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HiBprovtaanti in or relating to contrast agents" 

5 This invention relates to novel contrast agents, more 

particularly to new gas-containing or gas-generating 
contrast agents of use in diagnostic imaging. 

It is well known that ultrasonic imaging comprises a 
potentially valuable diagnostic tool, for example in 

10 studies of the vascular system, particularly in 
cardiography, and of tissue microvasculature. A variety 
of contrast agents has been proposed to enhance the 
acoustic images so obtained, including suspensions of 
solid particles, emulsified liquid droplets, gas bubbles 

15 and encapsulated gases or liquids. It is generally 
accepted that low density contrast agents which are easily 
compressible are particularly efficient in terms of the 
acoustic backscatter they generate, and considerable 
interest has therefore been shown in the preparation of 

20 gas-containing and gas-generating systems. 

Initial studies involving free gas bubbles generated 
in vivo by intracardiac injection of physiologically 
acceptable substances have demonstrated the potential 
efficiency of such . bubbles as contrast agents in 

25 echocardiography; such techniques are severely limited in 
practice, however, by the short lifetime of the free 
bubbles. Interest has accordingly been shown in methods 
of stabilising gas bubbles for echocardiography and other 
ultrasonic studies, for example using emulsifiers, oils, 

30 thickeners or sugars, or by entraining or encapsulating 
the gas or a precursor therefor in a variety of polymer 
systems, e.g. as porous gas-containing polymer 
microparticles or as gas "microballoons" encapsulated by 
polymer coatings. 
35 Thus, for exampl , WO 80/02365 discloses the use of 

g latin encapsulated gas microbubbl s for enhancing 
ultrasonic images. Such microbubbles do not, however, 
xhibit adequate stability at the dimensions preferred for 
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use in echocardiography (1-10 jm) in view of the extreme 
thinness of the encapsulating coating. 

US-A-4774958 discloses the use of microbubble 
dispersions stabilised by encapsulation in denatured 
5 protein, e.g. human serum albumin. Such systems permit 
the production of microbubble systems having a size of 
e.g. 2-5 y» but still do not permit efficient 
visualisation of the left heart and myocardium. The use 
of such protein-derived agents may also create problems 
10 with regard to potential allergenic reactions. 

EP-A-0327490 discloses, inter, ultrasonic 
contrast agents comprising a micr ©particulate synthetic 
biodegradable polymer containing a gas or volatile fluid 
(i.e. having a boiling point below 60 *C) in free or bonded 
15 form. Representative synthetic biodegradable polymers 
include polyesters of hydroxy carbonic acids, polyalJcyl 
cyanoacrylates, polyamino acids, polyamides, polyacrylated 
saccharides and polyorthoesters . 

Similar biodegradable microparticulate polymers, 
20 based on polymerised aldehydes, are described in EP-A- 
0441468, while systems based on microparticulate poly 
(amino acid) - poly (cyclic imide) derivatives are 
described in EP-A-0458079. 

EP-A-0458745 discloses air or gas-filled 
25 microballoons in which the encapsulating material is a 
deformable and resilient interfacially deposited polymer 
which is preferably biodegradable, examples including 
polysaccharides, polyamino acids, poly lactides , 
polyglycolides, lactide/lactone copolymers, polypeptides, 
30 proteins, polyorthoesters, polydioxanone, poly-0- 
aminolcetones, polyphospharenes , polyanhydrides and poly 
(alkyl cyanoacrylates) . The microballoons are normally 
prepared by emulsion techniques leading to deposition of 
the polymer around droplets of a volatile liquid which is 
35 subsequently evaporated. 

In W0 91/12823 there are describ d ultrasound 
c ntrast agents comprising gas- or vapour-filled polymer 
micr capsules; pr f erred polymers include insolubilised 
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proteins such as denatured albumin. The micr capsules may 
be prepar d by forming a protein shell around a s lid r 
liquid core ( .g. by meth ds using simple or complex 
coacervation, double emulsion or minimisation of 
5 solubility at isoelectric point) , hardening the shell 
(e.g. by chemical or heat treatment) , and removing the 
core (e.g. by sublimation or evaporation) . The use of 
double emulsion techniques will provide microcapsules 
having a honeycomb structure with multiple gas- or vapour- 

10 filled chambers. 

Gas-containing contrast media are also known to be 
effective in magnetic resonance (MR) imaging, e.g. as 
susceptibility contrast agents which will act to reduce MR 
signal intensity. Oxygen-containing contrast media also 

15 represent potentially useful paramagnetic MR contrast 
agents. 

Furthermore, in the field of X-ray imaging it has 
been observed that gases such as carbon dioxide may be 
used as negative oral contrast agents. 

20 It is generally acknowledged that polymer-based 

contrast agents should desirably be biodegradable in order 
to facilitate their ultimate elimination from or 
absorption by the test subject. Little attention has been 
given, however, to the specific design of polymers to 

25 maximise this objective, reliance generally being made on 
the inherent, albeit slow, biodegradability of polymers 
such as polyesters, polyanhydrides , polycarbonates, 
polyamides and polyurethanes which principally results 
from the susceptibility of ester, amide or urethane groups 

30 therein to enzymic hydrolysis. 

One exception occurs in EP-A-0458745, which suggests 
the use as ultrasound contrast agents of, inter AllA/ a 
specific category of esterified polypeptide derivatives 
reported to exhibit controlled biodegradability. These 

35 polymers, which are described in EP-A-0130935 as delayed 
release carriers for drugs, comprise compounds of f rmula 
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-(NH-CH-CO) - 


(CHj) y -COO-CR*R b -OOC-R c 


(in which R* and ^ are alkyl groups or hydrogen atone and 
R e is an optionally substituted aliphatic or aromatic group 

10 or R* is a hydrogen atom or an alkyl group and R» and R e 
together form a divalent group such as a dimethylene, 
vinylene or phenylene group, y is 1 or 2, and x is such 
that the molecular weight of the polymer is at least 5000) 
and copolymers thereof with other poly (amino acids) . The 

15 first step in the biodegradation of such polymers is said 
to be cleavage of the side chain methylene diester groups 
to yield polymers containing units of formula 


- (NH-CH-CO) - 
20 | 

(CHjJy-COOH 

It is stated that such polymers will then be further 
25 degraded by peptidases to their component amino acid(s) , 
which may be absorbed by the host to which the 
polymer/drug combination was administered, an inherently 
slow process. Furthermore, the peptide structures may be 
capable of causing allergenic reactions. 
30 There is thus a continuing need for polymer-based 

contrast agents which combine the properties of good 
storage stability, stability in vivo upon administration, 
preferably for at least several passages of circulation in 
the case of intracardiac injections, and rapid 
35 biodegradation thereafter. 

The present inv ntion is bas d on our findings that 
these objectives may be fulfilled by contrast agents bas d 
n polymers containing methylene diester groups of the 
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f nnula (I) 

i CO-O-CtRVj-O-CO f (I) 

5 (where R 1 and R 2 each represent a hydrogen atom or a 
carbon-attached monovalent organic group or R 1 and R z 
together form a carbon-attached divalent organic group) . 
Such units are particularly rapidly degraded by common 
esterase enzymes but are stable in the absence of enzymes. 
10 They may be attached not only to carbon-attached organic 
groups as in simple carboxylate esters but also to -O- 
atoms as in carbonate esters. 

Polymers of this type and a variety of methods for 
their preparation are described and claimed in our 
15 copending International Patent Application No. WO 
92/04392, the contents of which are incorporated herein by 
reference. The units of formula (I) in such polymers may, 
for example, be present in the polymer backbone, either as 
repeating units or as linking units between polymer 
20 sections, or may be present in crosslinking groups between 
polymer chains. 

A further class of polymers of this type and methods 
for their preparation are described and claimed in a 
copending application of even date and comprise non- 
25 crosslinked polymers of low or zero water-solubility 
having a non-polypeptide polymer backbone carrying side 
chains, at least a proportion of the said side chains 
containing lipophilic moieties bonded to the polymer 
backbone by way of methylene diester units of formula (I) , 
30 whereby the said lipophilic moieties are biodegradatively 
cleavable to yield a water-soluble polymer. 

Thus according to one aspect of the present invention 
there are provided contrast agents comprising gas- 
containing or gas-generating polymer microparticles and/or 
35 microballoons, characterised in that the polymer is a 
biod gradable p lym r containing units of formula (II) 

{(OJ.-CO-O-CCR'R^-O-CO-CO),, f (II) 
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(wherein R 1 and R 2 are defined above and m and n, which may 
be the same r different, are each zero or 1) . 

Polymers having units f formula (II) in which on r 
both of n and m ar 1, i.e. containing carb nate est r 
5 groups, have not previously been proposed other than in WO 
92/04392 referred to above, and may be particularly 
readily biodegradable in some cases. 

Polymers having a polypeptide backbone may give 
unwanted allergenic reactions and in general non- 
10 polypeptide polymers are preferred. 

Polymers useful used in accordance with the invention 
may contain units of the formula (III) 


15 


20 


35 


f (0).-C0-O-C(R 1 R a )-O-C0-(0)„-R 5 f (III) 


where R 1 , R*, m and n have the above meanings and R 3 is a 
divalent organic grouping, e.g. a carbon-attached divalent 

organic grouping. 

Such polymers may comprise a plurality of units of 
formula (III) having different meanings for m, n, R 1 , R* 
and R 3 , for example as in block or graft copolymers. The 
diester linkages may occur at intervals throughout the 
polymer, e.g. as cross linking groups or between copolymer 
sections, in which case R 3 will represent a polymeric 
25 grouping. Alternatively the linkages may be present 
throughout substantially the whole of the polymer, in 
which case R 5 will preferably be a low molecular weight 
grouping. 

Particularly interesting units (III) are those in 
30 which m is 0 and n is 0 or 1, i.e. dicarboxylate units of 
the formula (IV) 

fCO-0-C(R 1 R 2 )-0-CO-R 3 3» (IV) 


or carboxylate-carbonate units of the formula (V) 
f CO-O-C (R^) -o-co-o-r 3 * (V) 


R 1 and R 2 may, f r example, each by hydrogen or a 
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carb n-attached hydrocarbyl or heterocyclic group, for 
example having 1-20 carbon atoms, e.g. an aliphatic group 
such as an alkyl r alk nyl group (preferably having up to 
10 carbon atoms) , a cycloalkyl group (preferably having up 
5 to 10 carbon atoms) , an araliphatic group such as an 
aralkyl group (preferably having up to 20 carbon atoms) , 
an aryl group (preferably having up to 20 carbon atoms) or 
a heterocyclic group having up to 20 carbon atoms and one 
or more heteroatoms selected from 0,S and N. Such a 
10 hydrocarbyl or heterocyclic grouping may carry one or more 
functional groups such as halogen atoms or groups of the 
formulae -NR*R», -CONKER 5 , -OR*, -SR 6 and -COOR 7 , where R* and 
R 5 , which may be the same or different, are hydrogen atoms, 
acyl groups, or hydrocarbyl groups as defined for R 1 and 
15 R 2 ; R 6 is a hydrogen atom or an acyl group or a group as 
defined for R 1 or R 2 and R 7 is a hydrogen atom or a group 
as defined for R 1 or R 2 . Where R 1 and R 2 represent a 
divalent grouping this may, for example, be an allcylidene, 
alkenylidene, alkylene or alkenylene group (preferably 
20 having up to 10 carbon atoms) , which may carry one or more 
functional groups as defined above. 

As indicated above, the diester groupings of formula 
(I) may be separated by a wide range of groupings. Where 
it is desired that the polymer should break down into 
25 relatively short sections to aid biodegradation, the group 
R 3 which separates the diester units of formula (ZZ) may, 
for example, be an alkylene or alkenylene group (e.g. 
containing up to 20, more preferably up to 10 carbon 
atoms) , a cycloalkylene group (preferably having up to 10 
30 * carbon atoms) , an aralkylene group (preferably having up 
to 20 carbon atoms and which may be bonded via the aryl 
and/or alkyl moieties - such aralkyl groups include, for 
example, two aryl groups joined by an alkylene chain) or - 
a heterocyclic group having one or more hetero-atoms 
35 selected from O, S and N (preferably having up to 20 
carbon atoms). Th group R 3 may carry functional groups, 
e.g. as set out ab v for R 1 and R 2 and/ or substituents 
such as oxo gr ups; th carbon chains of R 3 groups may be 
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interrupted and/or terminated by heteroatoms such as O, N 
r S, e.g. in conjunction with oxo substituents to form 
linkages such as est r, thio st r r amide gr ups. In 
order to enhance hydrophilicity of the polymers R 3 may for 
5 example comprise one or more sets of oxyethylene or 
polyoxyethylene units and/or hydroxyl -substituted carbon, 
chains (e.g. as in hydroxyalkyl groups or sugar groups) . 
Such sets of units may, for example, be linked through 
oxycarbonyl groups, e.g. by short chain diacid groups such 

10 as oxalyl, malonyl, succinyl, glutaryl or adipoyl. 

Where the group R 3 comprises a polymeric grouping, 
this may, for example, be a polyamide, poly (hydroxy acid) , 
polyester, polycarbonate, polysaccharide, polyoxyethylene, 
polyoxyethylene-polyoxypropylene block copolymer, 

15 polyvinyl alcohol or polyvinyl ether/alcohol grouping. 

The wide range of possible groups R 1 , R 2 and R 5 enables 
the hydrophobicity or hydrophilicity of the polymer to be 
adjusted to any required use. Thus, the polymers may 
advantageously be designed to be water-insoluble but yield 

20 water-soluble degradation products upon enzymic 
hydrolysis. 

Aliphatic groups present as, for example, R and R* 
may be straight or branched, saturated or unsaturated and 
include, for example, alkyl and alkenyl groups, e.g. 
25 methyl, ethyl, propyl, isopropyl, butyl, decyl or allyl 
groups. Araliphatic groups include (monocarbocyclic 
aryl) -alkyl groups, for example benzyl groups. Aryl 
groups include mono- or bi-cyclic aryl groups, for example 
phenyl, tolyl or naphthyl groups. Heterocyclic groups 
30 include 5- or 6- membered heterocyclic groups preferably 
having one heteroatom, for example furyl, thienyl or 
pyridyl groups. Halogen atom substituents may, for 
example, be chlorine, bromine or iodine. 

Biodegradation of polymers containing units of 
35 formula (III) will in general take place by enzymic 
hydr lytic cleavage of the bonds linking the group 
-o-C(R*R 2 )-0- to the adjacent carbonyl groups, generally 
yielding an aldehyde or ketone of the formula r'-CO-R 2 . 
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Th interv ning secti ns will f no diff r nt products 
according t wh ther m or n is zero r 1. Where m or n is 
zero, hydr lytic cleavage will generally yield a carb xyl 
group; where m or n is 1, a hypothetical carbonic acid 
5 group -R'-O-COOH is formed which generally eliminates 
carbon dioxide to form a grouping -R , -OH. This can be of 
use where liberation of carbon dioxide is physiologically 
or functionally desirable. 

As indicated above, the units of formula (ZZI) may be 

10 different within the same polymer, i.e. the polymers may 
be copolymers such as block or graft copolymers. Th 
polymers may be copolymers formed with non-biodegradabl 
monomers; the non-biodegradable sections remaining after 
enzymic or other cleavage are preferably of acceptable 

15 size to ensure their water-solubility or water- 
dispersibility and thus permit ready dispersal or removal; 
it is possible to consider such non-biodegradable sections 
as part of the groupings R 3 in formula (III) which, in 
effect, link together the biodegradable groupings of 

20 formula (II). 

The polymers may be linear, branched or crosslinked. 
Branched and crosslinked polymers will in general make use 
of functional groups or double bonds in the corresponding 
R 1 , R* or R* groups of their monomers. The resulting 
25 crosslinked or branched polymers will thus contain some 
units of formula (III) wherein R 1 , R 2 and/or R 3 are 
substituted with the crossl inking or branched chains. 

In general, where the carbon atoms linking the groups 
R 3 to the groupings of formula (II) are chiral, the 
30 chirality is preferably that found in natural products 
since the degrading enzymes will generally act more 
efficiently on such structures. 

It has been generally observed that in crosslinked 
biodegradable polymers the crossl inking sections are often 
35 degraded first, thus exposing the rest of the network to 
enzymic hydr lysis. It is particularly useful, th refore, 
to have groups f f rmula (II) in the crosslinking chains 
of a p lymer. One p ssibility is thus to c nvert a wat r- 
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s luble long chain natural or synthetic non-biodegradable 
or slowly biodegradable substance, e.g. a polysaccharide 
r olig saccharide, or a short chain p ly aery 1 amid , into 
a water-insoluble form by cross linking using crosslinking 
5 units containing groupings of formula (II) . This may 
minimise the cost of the final product by reducing the 
amount of the relatively expensive biodegradable units of 
formula (II) . 

Block copolymers may, for example, have the structure 
10 f (0) ^CO-O-C^R 2 ) -O-CO- (OJ.-R^q 

i (O) n -C0-O-C (R*R 2 ) -O-CO- (O) .-R 3 }? 

where the respective values of R 1 , R 2 , R 5 , m and n are such 
that the repeating units in blocks A and B are different 
and g and r are integers, e.g. 10-20. One or more further 

15 blocks may be attached to those shown above. 

Polymers containing units of formula (III) which are 
useful in accordance with the present invention may, for 
example, be prepared as described in the aforementioned 
Application No. WO 92/04392. 

20 Another class of polymers useful in accordance with 

the invention contain units of formula (VI) 


t A * 

| (VI) 
25 - (LJj-tOJ.-CO-O-CfRVj-O-CO-tOJ^R 3 * 

where A represents a repeating unit of a non-polypeptide 
polymer backbone chain; L represents a linking group; 1 is 
zero or 1; m, n, R 1 and R 2 are as hereinbefore defined; and 

30 R 3 * represents a lipophilic organic group, e.g. an organic 
group as hereinbefore defined for R 1 and R 2 . The group A 
and the group L (where present) should be such that the 
polymeric degradation products resulting from 
biodegradative cleavage of the methylene diester grouping, 

35 which typically contains units of formula (VII) 
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t A t 

I (VII) 
(L^-COOH 

5 (where A, L and 1 are as hereinbefore defined) when m in 
formula (VI) is zero and units of formula (VIII) 

f A t 

| (VIII) 
10 (L^-OH 

(where A, L and 1 are as hereinbefore defined) when m in 
formula (VI) is 1, are water-soluble. 

Factors influencing the water solubility of these 

15 polymeric degradation products include the nature of the 
repeating units A and any comonomer units which may be 
present, the length of any linking group L, and the 
overall chain length of the polymer. 

Repeating units A and any comonomer units are 

20 preferably comparatively short, for example containing up 
to 10, e.g. 1-6 carbon atoms and may optionally be 
interrupted by one or more heteroatoms selected from 
oxygen, nitrogen and sulphur and/or substituted by one or 
more substituents comprising such heteroatoms (e.g. as in 

25 oxo, hydroxy and amino groups) . Where hydrophilic groups 
are included in the repeating units A and/or any comonomer 
units, the size of these units need not be limited and 
possible units thus include polyoxyethylene (e.g. as in 
polyoxyethylene esters of methacrylic acid) . 

30 Any linking groups L are preferably of short length 

and include, for example, C v3 alkylene groups such as 
methylene, ethylene or propylene optionally linked to the 
polymer backbone by and/or (where appropriate) interrupted 
by, for example, oxy, carbonyl, oxycarbonyl, imino or 

35 iminocarbonyl gr ups. Where polar groupings such as 
xygen atoms or imino groups are present the linking 
gr ups may be longer without unduly inhibiting water 
solubility. Suitable polymeric degradation products thus 
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include, for example, p lyvinyl alcohol, polyacrylic acid, 
polymethacrylic acid, polyhydroxyalkyl acrylates and 
nethacrylates such as poly (2 -hydroxy ethyl acrylate) , 
polysaccharides such as starch and dextran, polyesters, 
5 polyethers such as polyoxyethylenes and polyoxypropylenes , 
polyacrylamides and polyaethacrylaxnides such as poly(N- 
hydroxyalxyl) acrylamides and nethacrylamides (e.g. poly 
N-(2-hydroxypropyl)»ethacrylamide) , polyamides, 
polyurethanes and epoxy polymers. 
10 in general the polymeric degradation products of 

biodegradable polymers containing units of formula (VI) , 
by virtue of their water solubility, need not themselves 
be biodegradable; they may thus, for example, be 
polyvinylic or polyacrylic. The invention therefore 
15 includes the use of polymers containing units of formula 
(VI) in which A is a repeating unit of a polyolefin, for 
example ethylene or propylene. It will be appreciated 
that polymers of this type may be prepared by free radical 
polymerisation techniques with comparative ease and 
20 economy, in contrast with, for example, the more complex 
polypeptide synthesis techniques needed to prepare 
polymers such as those described in EP-A-0130935. 

The nature and size of R 1 , R 2 and R 5 ' in units of 
formula (VI) will influence both the level to which 
25 polymers containing such units are rendered lipophilic and 
thus insolubilised with respect to water and the rate at 
which the side chain is biodegradably cleaved. Thus large 
and/or bulky groups will tend to reduce the rate of 
biodegradation through steric hindrance, while increasing 
30 the lipophilicity of the polymer. In one useful category 
of side chain R 1 and R 2 are each selected from hydrogen 
atoms and C w alkyl groups such as methyl, and R 3 * 
represents a lower alkyl group, e.g. containing at least 
3 carbon atoms as in propyl and butyl groups; such side 
35 chains combine substantial degrees of lipophilicity and 
biodegradability . 

It will be appreciated that e.g. linear p lymers 
c ntaining units of formula (VI) may exhibit enhanced 
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processability parameters (e.g. s lubility in rganic 
s Ivents and melt pr c ssability) compar d to cr ssl inked 
polymers, .g. containing crossl inking groups 
incorporating units of formula (II) . In this respect they 
5 nay also be contrasted with the polymers described in 

EP-A-0130935, which have the potential disadvantage that 
the high level of hydrogen bonding exhibited by 
polypeptides will tend to cause them to have relatively 
high melting points , such that they may not be melt 

10 processable without undue degradation occur ing. 

Polymers containing units of formula (VI) may be 
prepared in any convenient way, for example by either (A) 
reaction of a preformed water-soluble polymer with a 
reagent serving to introduce the desired lipophilic 

15 methylene diester side chain, or (B) polymerisation of a 
functional monomer which carries the desired lipophilic 
methylene diester side chain. 

Process (A) may be effected by, for example, reaction 
of a polymer having pendant alcoholic hydroxyl groups 

20 (e.g. polyvinyl alcohol, a polyhydroxyalkyl acrylate or 
methacrylate or a polysaccharide) with a compound of 
formula (IX) 

X-CO-O-C (R'R 2 ) -O-CO- (0) n -R** (XX) 

25 

(where R 1 , R 2 , R* and n are as hereinbefore defined and X 
represents a leaving group such as a halogen atom, e.g. 
fluorine, chlorine, bromine or iodine) . Reagents of 
formula (IX) may, for example, be prepared as described by 

30 Polkmann and Lund, Synthesis 1990, 1159. Such reactions, 
which will yield polymers containing units of formula 
(VI) in which m is 1, are conveniently effected in 
solution, for example in a solvent such as 
tetrahydrofuran, in the presence of a weakly nucleophilic 

35 base such as pyridine. A catalytic amount of a tertiary 
amine such as 4-dimethylaminopyridine may als b 
empl yed. The number f polym r hydr xyl gr ups which are 
reacted to form the desired lipophilic m thylene di ster 
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groups may b controlled by appropriate choice of factors 
such as r agent quantities and reaction time and 
temperatures to affect the final hydrophilic-lipophilic 
balance of the lipophilised polymer. The product may be 
5 purified by standard techniques such as solvent extraction 
and/ or dissolution/ reprecipitat ion and/ or flash 
chromatography . 

Alternatively, process (A) may be effected by 
reaction of a polymer having pendant carboxyl groups (e.g. 
10 polyacrylic acid, polymethacrylic acid or a water-soluble 
peptide) with a compound of formula (X) 

X-CR^-O-CO- (O) ^R 3 * (X) 

15 (where rSr^R 5 *, X and n are as hereinbefore defined). 
Such reactions, which will yield polymers containing units 
of formula (VI) in which m is zero, are conveniently 
effected in solution, for example in a solvent such as 
N,N-dimethylformamide, in the presence of a strong base, 

20 for example an alkali metal alkoxide such as potassium t- 
butoxide. A catalytic amount of a crown ether such as 18- 
crown-6 may also be employed. Again the hydrophilic- 
lipophilic balance of the polymer product can be 
controlled by appropriate selection of reaction parameters 

25 to determine the number of carboxyl groups which are 
reacted, and the product may be purified by conventional 
techniques. 

Reagents of formula (X) may be prepared by, for 
example, reaction of an aldehyde or ketone of formula R 1 - 

30 CO-R 2 with an acid halide or haloformate ester of formula 
R 5 **(0) n -CO-X, e.g. in the presence of a catalyst such as 
zinc chloride or pyridine. > 

Process (A) may also be effected by, for example, 
reaction of a polymer carrying functional groups such as , 

35 epoxy gr ups with a reagent containing th desired 
lipophilic methylene diest r grouping and having a 
terminal grouping reactive with such functional groups; 
terminal groups reactive with epoxy groups include amino, 


SUBSTITUTE SHEET 
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hydr xyl and carboxy groups. Similarly, the latter groups 
nay be present in the initial polymer and the reagent may 
carry a terminal ep xy gr up. 

Where the products are for intravenous use it is 
5 generally preferred that polymer starting materials 
employed in process (A) have a molecular weight of not 
more than about 40,000. Where the products are for other 
applications the molecular weight need not be critical. 
Process (B) may be effected using any monomers which 

10 can be polymerised or copolymerised to form non- 
crossl inked polymers and which possess one or more 
substituents which do not participate in the 
polymerisation and which may be derivatised prior to 
polymerisation . to introduce the desired lipophilic 

15 methylene diester grouping. Free radical, condensation 
and ionic polymerisation techniques may be employed. 

Free radical polymerisation may, for example, be 
effected using carboxy group-containing monomers such as 
acrylic acid or methacrylic acid derivatised by reaction 

20 with a compound of formula (X) or by using hydroxyl group- 
containing monomers such as 2-hydroxyethyl acrylate or N- 
<2-hydroxypropyl)methacrylamide derivatised by reaction 
with a compound of formula (IX). Alternatively hydroxyl 
group-containing monomers may be reacted with a compound 

25 of formula (XX) 


X-CO-0-C(R 1 R 2 )-X (XI) 

(where R^R 2 and X are as hereinbefore defined) and the 
30 resulting product reacted with an appropriate salt of a 
carboxy lie acid R^-COOH. 

Free radical polymerisation may also be effected 
using vinyl carbonate esters of formula (XII) 

CHj-CH-O-CO-O-C (R 1 R 2 ) -O-CO- (O) ,,-R 3- (XII) 

35 

(wh re n, R 1 , R 2 and R 3 ' are as d fin d above). Such 
monomers, for exampl having n=0, may be prepared by 
r action of vinyl chlor formate with an aldehyde or keton 
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R , R 2 C»0 in the pres nee of a catalytic amount f , f r 
example, pyridine r a Lewis acid, to give an pti nally 
substituted chloromethyl vinyl carbonate of formula (XXXI) 

5 CH 2 «^-O-C0-O-C(R 1 R 2 )-Cl (XIII) 

(where R 1 and R 2 are as defined above) , followed by 
reaction with e.g. an appropriate salt of a carboxylic 
acid R^-COOH, preferably in the presence of a catalytic 

10 amount of a suitable crown ether* It will be appreciated 
that compounds (XII) may formally be regarded as "vinyl 
alcohol" derivatised by a compound of formula (IX) • 
Polymers derived therefrom should accordingly be 
enzymatically biodegradable to polyvinyl alcohol. 

15 Conventional bulk, solution, emulsion and suspension 

polymerisation techniques may be employed. The molecular 
weight of the polymer product, which for intravenous use 
preferably should not exceed about 40,000, may be 
controlled by the use of chain transfer agents such as 

20 mercaptans, from which the growing polymer chain can 
abstract a proton leading to chain termination and 
formation of a sulphur radical which will initiate a new 
polymer chain; the molecular weight of the polymer will 
thus be governed by the type and concentration of the 

25 transfer agent. 

Appropriate vinyl monomers, e.g. having a carbonyl 
group adjacent to the vinyl group, as in acrylic or 
methacrylic esters, for example prepared as described 
above, may also be subjected to ionic polymerisation 

30 techniques, both anionic and cat ionic; such techniques are 
particularly suited to the production of well-defined 
molecular weight polymer, especially comparatively low „ > 
molecular weight materials. 

Condensation polymerisation may be effected using a - 

35 wide range of appr priately functional ised m nomers, 
examples f which may be represented by formulae (XIV) and 
(XV) 
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Y 
I 

CH- ( O ) B -CO-0-C ( RV ) -O-CO- ( O ) p -R 3 * (XIV) 

<CH2)b 
Y 


Y 

CH- (0) ,-CO-O-C (RV) -O-CO- (O) n -R** 

CH- (O).-CO-O-C (R^R 2 ) -O-CO- (O) n -R* 
(CH,), 


15 (where R^R^R 3- , m and n are as hereinbefore defined, Y is 
a reactive grouping such as carboxy, hydroxy 1 or an epoxy 
group such as 2,3-epoxypropyloxy, and a, b and c nay each 
be zero or a snail integer such as 1,2 or 3) . In formula 
(XV) the groups R 1 , R 2 and R 5 and b and n may be the same 

20 or different in the two side chains. Such monomers may be 
employed in' conventional condensation reactions with, as 
appropriate, reagents such as dicarboxylic acids, 
dialcohols, diamines, di(acid chlorides), diisocyanates 
and bisepoxy compounds to yield polymers such as 

25 polyesters, polyamides, polyurethanes and epoxy polymers. 
The molecular weight of the polymer product may b 
controlled by selection of appropriate reaction times, 
temperatures etc and/or by use of monofunctional chain 
terminators. 

30 Where appropriate, the polymers may be prepared using 

emulsion polymerisation techniques; this may be of 
particular value where, for example, it is desired to 
prepare the polymers in the form of monodisperse 
particles. Methods of emulsion polymerisation to produce 

35 particles, specially monodispers particl s, are 
described in EP-A-0003905, EP-A-0091453, EP-A-0010986 and 
EP-A-0106873. 

P lymers used in contrast agents according t the 
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inventi n nay advantageously be f relatively 1 w 
m lecular weight, e.g. n t exc eding 40,000, since this 
nay aid both biodegradati n and dispersal of the 
degradation products. Accordingly the tern "polymer" as 
used herein in relation to the invention should be 
understood to include low molecular weight materials such 
as oligomers. 

It will be appreciated that since the polymers are to 
be used for medical purposes they must form non-toxic, 
physiologically acceptable degradation products; the 
groups and R 5 * in units of formulae (III) and (VI) 

should therefore be selected with this requirement and the 
need for the degradation products to be readily 
dispersible in mind. Carbon dioxide liberated by cleavage 
of carbonate ester groupings will normally be 
physiologically acceptable. 

The contrast agents of the invention may be used in 
a variety of diagnostic imaging techniques, including 
ultrasound, MR and X-ray imaging. Their use in diagnostic 
ultrasonic imaging and in MR imaging, e.g. as 
susceptibility contrast agents, constitute preferred 
features of the invention. 

Any biocompatible gas may be employed in the contrast 
agents of the invention, for example air, nitrogen, 
25 oxygen, hydrogen, nitrous oxide, carbon dioxide, helium, 
argon, sulphur hexafluoride and low molecular weight 
optionally fluorinated hydrocarbons such as methane, 
acetylene or carbon tetraf luoride . The gas may be free 
within the microbubble or may be trapped or entrained 
30 within a containing substance. The term "gas" as used 
herein includes any substances in gaseous form at 37 *C. 

Gas precursors include carbonates and bicarbonates, 
e.g. sodium or ammonium bicarbonate and aminomalonate 
esters. 

35 p r ultras nic applications such as echocardiography, 

in order t permit fr e passage through the pulm nary 
system and t achiev resonance with the preferred imaging 


20 
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frequency of about 0.1*15 MHz, it may be convenient to 
employ microbubbles having an averag size of 0.1-10 Mm, 
e.g. 1-7 job. Substantially larger bubbles, e.g. with 
• average sizes of up to 500 pm, may however be useful in 

5 other applications, for example gastrointestinal imaging 
or investigations of the uterus or Fallopian tubes. 

If desired the microbubbles may incorporate 
particulate stabilisers, for example amphiphiles and 
inorganic materials such as silica or iron oxide which are 

10 only partially wetted by the solvent system employed, e.g. 
having a particle size of 1-500 run. Colloidal silica 
having a particle size of 5-50 nm may advantageously be 
employed for this purpose. 

The contrast agents of the invention may be prepared 

15 in a number of ways, generally by emulsion techniques 
which are known in the polymer art. Thus, for example, 
microencapsulation techniques for the preparation of 
microcapsules having a wall or membrane of polymeric 
material are described in literature such as 

20 "Microencapsulation and Related Drug Processes" by P.D. 
Deasy, Marcel Dekker Inc., New York (1984). 

One useful method corresponds to the interfacial 
deposition technique described in the above-mentioned EP- 
A-0458745 and comprises dissolving or suspending the 

25 polymeric wall-forming material in a water- immiscible low 
boiling organic solvent (for example an aliphatic or 
cycloaliphatic hydrocarbon or perfluorocarbon, e.g. 
containing up to 10 carbon atoms, or an appropriate ether, 
ester or other lipophilic solvent), emulsifying (e.g. by 

30 high shear mixing) the resulting solution or suspension in 
an aqueous phase (preferably containing a surfactant to 
stabilise the resulting oil in water emulsion) , and 
subsequently removing the organic phase (e.g. by 
evaporation or lyophilisation, preferably under an 

35 atm sphere of the gas which is d sir d t be incorp rated) 
wh reby the p lymer f rms a membrane at the interface 
betwe n the aqueous and rganic phases. 

Th size f the microparticles/microballo ns so 
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formed can be contr lied by adjusting the stirring speed 
daring emulsification, faster stirring tending to yield 
smaller particles, and is als affected by the nature of 
the surfactant which may, for example, be selected from 
5 fatty acids (e.g. straight chain saturated or unsaturated 
acids containing 10-20 carbon atoms) and carbohydrate and 
triglyceride esters thereof, phospholipids (e.g. 
lecithin), proteins (e.g. human serum albumin), 
polyoxyethylenes and block copolymers consisting of 
10 hydrophilic and hydrophobic blocks (e.g. polyoxyethylene - 
polyoxypropylene block copolymers such as Pluronics) . 
Such emulsif iers are typically used in amounts of 1-10* 
w/v relative to the aqueous phase. Conventional additives 
may also be incorporated into the polymer; thus, for 
15 example, materials such as polyethylene glycols may be 
introduced to modify the flexibility and/or polarity of 
the membrane. Alternatively the polymer particles may be 
coated with, for example, polyethylene glycol units, 
proteins or polysaccharides to modify their aggregation 
20 tendencies and/or biological properties. 

The porosity of the membrane, and therefore its 
permeability to solvents, solutes and gases, may also be 
controlled, being dependent on the difference in boiling 
point between the volatile organic phase and the 
25 surrounding aqueous phase; thus the porosity of the 
membrane increases with increasing difference between the 
■aid boiling points. 

Alternatively the polymer may be dissolved in an 
appropriate organic solvent (e.g. methylene dichloride, 
30 dimethyl sulphoxide, tetrahydrofuran or dimethylformamide) 
and then dispersed (e.g. using a high speed stirrer) in an 
aqueous phase (preferably containing a polymeric material . 
such as polyvinyl alcohol or a poloxamer) so as t 
precipitate particulate polymeric material which may be 
35 collected and lyophilised to yield porous microparticulat 
polymer in accordance with the invention. Such t chniques 
are described in the above-mentioned EP-A-0458079. 
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Variants for the pr paration of microparticles include 
injecting the organic polym r solution, preferably 
together with a physiologically acceptable stabiliser such 

* as hydroxypropyl cellulose, into liquid nitrogen. 
5 Alternatively the polymer may be dissolved in an 

* appropriate organic solvent (e.g. methylene chloride or 
tetrahydrof uran) , followed by spray drying of the 
solution, or of an oil in water or water in oil emulsion 
of the organic polymer solution with an aqueous phase. 

10 Microparticles in accordance with the invention may 

also be prepared using coacervation or double emulsion 
techniques, e.g. as described in the above-mentioned WO 
91/12823. Thus, for example, an aqueous phase containing 
a water-soluble polymer (hereafter referred to as the 

15 "prepolymer") may be emulsified with a volatile organic 
solvent (e.g. an aliphatic or cycloaliphatic hydrocarbon 
or perfluorocarbon containing up to 10 carbon atoms) to 
form an oil in water emulsion. Addition of a coacervating 
agent (e.g. a dehydrating agent such as isopropanol or a 

20 salt such as sodium sulphate) induces concentration of the 
"prepolymer" around the oii droplets, whereupon a 
surfactant is desirably added to inhibit agglomeration of 
the microparticles, which are formed by crosslinlcing the 
prepolymer to introduce biodegradable units of formula 

25 (II) , thereby generating water- insoluble porous polymer 
microparticles which may be dried by lyophilisation. 
Appropriate crosslinking techniques and reagents for 
crosslinlcing water-soluble "prepolymers" such as 
polyacrylamides are described in detail in our 

30 aforementioned International Application No. WO 92/04392. 

The contrast agents of the invention may be stored 
and transported in dry form, in which condition they will 
normally be stable indefinitely, being mixed with an 
appropriate liquid carrier (e.g. sterile water for 

35 injecti n, physi logical saline or phosphate buffer) pri r 
t administrati n. In this way the concentration of the 
injected r otherwise administered contrast agent may b 
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varied at will, depending on the precise natur f th 
application. They may also be stored in suspension in 
such carriers, especially, in the case of microballoons , 
when the porosity of the encapsulating polymer membrane is 
5 comparatively low, being substantially completely stable 
in aqueous media in the absence of esterase enzymes. 

The following non-limitative Examples serve to 
illustrate the invention. 


10 

M&thacrylic acid was distilled under high vacuum to remove 
the stabiliser. 

2,2'Azobisisobutyronitrile (AIBN) thermal initiator was 
15 purified by recrystallisation from methanol. 

All reactions were carried out under N 2> 

Size Exclusion Chromatography (SEC) : 
20 Pump: Knauer HPLC pump 64 

Detector: Knauer Differential refractometer 
Columns: Polymer Laboratories PL gels columns in series 
Pore sizes 10*JL, 500JL, and 100A, particle size 
5pm, length 30, 30 and 60 cm respectively. 

25 Solvent: THF 

Calibration: Polystyrene standards (Polymer Laboratories) 

Flow rate marker: Toluene 

Software: Polymer Laboratories GPC/SEC software 
version 5.10 
30 ]f V . weight average molecule weight 

Mn: number average molecule weight 

Mw/Mn: polydispersity 

Mp: molecular weight at maximum detector height 
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List f abbreviations 


Tg: 

glass transition temperature 

TBA-OH: 

tetrabutylanxonium hydroxide 

TRA. I 

tetrabutyl ammonium 

AIBN: 

2 , 2 1 -azobisisobutyronitrile 

S0 2 C1 2 : 

sulfuryl chloride 

EtSCl: 

ethanesulfenyl chloride 

DBD: 

1, 8-diazabicyclo[5 . 4 . 0]undec-7-ene ( 1 , 5-5) 

MgS0 4 : 

magnesium sulphate 

THF: 

tetrahydrofuran 

DMF: 

N , N-dimethy 1 f ormamide 

HSA: 

human serum albumin 


15 

nmmx 1 - Preparation of intermediates 

*\ Methylene dimethacrvlate 

A solution of potassium hydroxide (1. 00 M, 40.00 ml) was 

20 addsd to mathacrylic acid (3.44 g, 40.00 mmol) at 0'C and 
the solution freeze dried for 16 hours. Dry 
dimethyl f ormamide (230 ml) was added and the suspension 
heated to 60 *C under a dry nitrogen atmosphere. 
Diiodomethane (1.61 ml, 20.00 mmol) was added in tw 

25 portions during 10 min. and the reaction mixture left for 
4 days at 60* C. The solvent was removed under reduced 
pressure (0.05 mrnHg) , before diethyl ether (140 ml), 
saturated aqueous sodium hydrogen carbonate (50 ml) and 
water (50 ml) were added. The aqueous layer was extracted 

30 with diethyl ether (6 x 60 ml) and the combined ether- 
extracts washed with water (4 x 50 ml) , dried (MgS0 4 ) , and 
evaporated to give 2.63 g (72%) of the title compound. 
1 H NMR (60 MHZ. CDC1 S ): S 1.97 (2 x CH 3 , m) , 5.63 (2 X H-O, 
m), 5.88 (CHj, s), 6.18 (2 x H-C-, m) . 

35 IR (film, cm" 1 ): 2987 (w), 2962 (w) , 2930 (w) , 1732 (str) , 
1638 (w), 1454 (w), 1315 (w) , 1295 (w) , 1158 (w) , 1100 
(str) , 1012 (m) , 989 (m) . 
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b) yT»*hvlenc bis ne-hvdroxvhexadecanoate) 
( A\ i 6-Trlnhenvl«ethox vhexadecanoic acid 

A solution of l6-hydroxyhexadecanoic acid (1.36 g, 5.00 
5 mmol), triphenylmethyl chloride (1.53 g, 5.50 mmol) , 
triethylamine (1.25 ml) and 4-dimethylaminopyridine (10.03 
g, 0.25 bhoI) was stirred overnight in dry 
dimethyl f ormamide at ambient temperature under nitrogen. 
After 16 hours stirring, the brown cloudy solution was 

10 poured into ice-water and extracted with dichloromethane 
(5 x 50 ml) . The organic phases were washed with saturated 
ammonium chloride solution (2 x 100 ml), water (2 x 100 
ml) and dried over MgSO t . The solvent was removed under 
reduced pressure and the product purified by flash 

15 chromatography on a silica column with 
dichloromethane/methanol (20:1) as eluent to yield the 
title compound as a yellow oil (0.41 g). 

W C NMR (75 MHZ, CDCl,) : f 24.9, 25.7, 26.3, 29.2, 29.5, 
29.6, 29.7, 30 32.8, 34.1, 62.9, 63.7, 86.2, 144.5, 177.2. 
20 MS (CI) : 515 (M + H) 

(ii) 1f ;-TWnhenY lm ^ ownaamdecanQic acid ce gi™ 
Aqueous cesium carbonate (1M, 0.16 ml) was added dropwise 
to. a solution of 16-triphenylmethoxyhexadecanoic acid 

25 (0.16 g, 0.31 mmol) from Example lb(i) above in 
tetrahydrofuran (10 ml) until the pH reached approximately 
8, whereupon the solvent was removed under reduced 
pressure and the residue dried under vacuum for 2 hours. 
The oily semicrystalline residue was dispersed in dry 

30 dimethylf ormamide (10 ml) and evaporated to dryness in 
vacuo . 

(iii) Methylene Hi srifi-triphenvlinethOXVhexadecanQatg) 
Diiodomethane (0.04 g, 0.16 mmol) was added to a 
35 suspension of 16-triphenylmeth xyhexadecanoic acid cesium 
salt (0.31 mmol) from Example lb(ii) above in dry 
dimethyl f rmamide (10 ml) . The reaction mixture was heated 
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at 60 *C for 2 days under nitrogen. The solvent was removed 
in vacu , and th product purified by flash chromatography 
on a 2 x 5 cb silica column with chloroform as eluent to 
yield the title compound as a brown oil (0.10 g) . 
5 15 C HMR (75 MH2, CDC1,) : 6 24.6, 26.3, 29.0, 29.2, 29.4, 
29.5, 29.6, 29.7, 30.0, 34.0, 63.7, 79.0, 86.2, 126.7, 
127.2, 127.6, 127.9, 128.7, 144.5, 172.5. 

(iv) Methylene bia f 16-hvdroxvhexadecanoate) 
10 Methylene bis(16-triphenylmethoxyhexadecanoate) (0.07g, 
0.07 mmol) from Example lb(iii) above was dissolved in 
glacial acetic acid (8 ml) and heated at 55*Ci The 
reaction was monitored by TLC. After 10 hours the reaction 
mixture was poured onto ice, and the crude product was 
15 filtered, washed with aqueous sodium bicarbonate and 
water, and dried under reduced pressure. The product was 
purified by flash chromatography on a silica column with 
chloroform/ methanol (20:1) as eluent to yield the titl 
compound as a white solid. 
20 *H NMR (300 MHZ, CDC1,) : 6 1.2-1.4 (m, 44H) , 1.5-1.6 (m, 
8H) 2.35 (t, 4H), 3.64 (t, 4H) , 5.75 (s, 2H) . 

e>\ Methylene biaf 12-h vdroxvdod<»canoatel 

25 DBO (2.0 mmol) was added to a solution of 12- 
hydroxydodecanoic acid (2.0 mmol) in DMF (2 ml). The 
solution was stirred for 5 min before CH 2 I 2 (1.0 mmol) was 
added, and the solution was stirred for 12 hours at 60 °C. 
BMP was then removed under reduced pressure, and the 

30 residual material dissolved in CHC1 3 (50 ml), washed (10% 
KjCOj; 3 x 20 ml) , dried (MgS0 4 ) and evaporated. The crud 
product was purified by flash chromatography on silica gel 
using CHClj/MeOH 95:5 for elution? yield 75%. 
'H NMR (CDC1,): 6 1.20-1.40 (m, 28H) , 1.50-1.68 (m, 10H) , 

35 2.35 (t, J 7.5 Hz, 4H) , 3.63 (t, J 6.6 Hz, 4H) , 5.74 (s, 
2H) . 

13 C NMR (CDClj): S 24.62, 25.75, 28.98, 29.19, 29.40, 29.42, 
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29.48, 29.56, 32.80, 33.99, 63.01, 79.06, 172.53. 
MS (EI): 445 (M+l, 100) 

til HfittlY 1 b * m ( io-hvdrowdecangatg) . 

DOT (4.24 g, 0.027 mol) was added to io-hydroxydecanoic 
acid (5.0 g, 0.027 mol) in DMP (100 ml) . After 5 min. with 
stirring, diiodomethane (4.09 g, 0.014 mol) was added and 
the mixture was left stirring at room temperature for ' 

10 days. DKF was evaporated under reduced pressure and the 
residue dissolved by adding chloroform (100 ml) and water 
(50 ml) . After separating the phases the aqueous layer was 
extracted with chloroform (3x75 ml) and the combined 
organic phase was dried (MgS0 4 ) . The solvent was removed 

15 under reduced pressure and flash chromatography gave 2.98 
g (54.9 %) of the title product. 

H NMR (60 MHZ, CDC1 S ) : 6 1.30-1.80 (m, 28H, CHj) , 2.35 (m, 
4H, CHjCO) , 3.65 (m, 6H, 2 X CHjO + 2X0H), 5.75 (s, 2H, - 
OCHjO-) . 


20 


ft > a< « rehi «vm«»-bonvi ov^^hvi \ t.erephthalatei 


Potassium tert. butoxide (3.24 g, 0.029 mol ) was added to 
25 a solution of terephtalic acid (2.40 g, 0.014 mol ) in DMF 
- (100 ml). fi-Chloromethyl £-ethyl carbonothioate 1 (4.50 g f 
0.028 mol) was added to the resulting suspension. 18- 
crown-6 (0.23 g, 0.87 mmol) was then added and the 
reaction mixture was left with stirring at room 
30 temperature for 4 days. The reaction mixture was filtered 
and the solvent was removed under reduced pressure. The 
residue was purified by flash chromatography (silica . 
/chloroform) to give 3.38 g (62%) of the title product. 
1 H KMR (60 MHz, CDClj) : 6 1.30 (t, 6H, CH. 3 CH 2 ) , 2.95 (q, 
35 4H f CHjCHz), 5.80 (S, 4H, 0CH 2 0) , 8 . 20 (S, 4H, Ph) . 
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f U ) ft l p/ehlor e earbonvloyY^^hvl^ terephthalate. 
SOjCl 2 (0.73 g, 0.0054 m 1) was added to 
bis(ethylthiocarbonyloxymethyl) terephthalate (1.02 g, 
0.0054 mol) from Example le(i) above at 0-5 °C with 
5 stirring during 15 min. followed by stirring at room 
teaperature for 45 ain. Evaporation of EtSCl at room 
temperature and 0.1 aaHg gave light yellow crystals. 
Yield: 0.80 g (90%) 

'H MMR (60 KHZ, CDC1 S ) : 6 5.76 (S, 4H, OCHjO) , 8.20 (S, 
10 4H, Ph). 

f) MrttlY 1 *™ bisM-hvdroxvmethvlbenzoate) 

DBO (9.90 g, 0.065 aol) was added to 4-hydroxymethyl- 
15 benzoic acid (9.89 g, 0.065 aol) in DMF (325 ml). After 5 
ain. with stirring, diiodoaethane (8.705 g, 0.035 aol) was 
added and the mixture was left with stirring at rooa 
teaperature for 3 days. DMF was evaporated under reduced 
pressure and the residue dissolved by adding chloroform 
20 (100 ml) and water (50 ml). After separating the phases 
the aqueous layer was extracted with chloroform (3x75 ml) 
and the combined organic phase was dried (MgS0 4 ) . Th 
solvent was removed under reduced pressure to give 3.0 g 
(27 %) of the title product. 
25 'H NMR (60 MHZ, CDCl,) : « 4.7 (S, 4H, HO-CH 2 -Ph) , 6.2 (s, 
2H, O-CHj-O) , 7.4-8.2 (m, 8H, Ph) . 

g\- W aaaeral pfonedtt r f *ar ehloromethVl caXPOMttii 

30 To a solution of chloromethyl chloroformate and the stated 
alcohol in methylene chloride (200 ml) , pyridine was added 
at 0'C. After 20 min at 0'C and 21 hours at 25'C th 
reaction mixture was washed with aqueous hydrochloric acid 
{1 M, 10 ml) , aqueous saturated sodium hydrogen carbonate 

35 (10 ml) and. water (10 ml). Th solvent was removed under 
reduced pressure after drying (MgS0 4 ) , giving crude 
chl r methyl carbonat . 
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Table 1 


5 


■ TT" ft ~ * 

Kxampl 

1 

Chi roa thyl- 
ehlorofoxmate 
g , nel 

Aleoh 1 , ROH 
r, <g, nol) 

Pyridin 
g , nol 

9 

25.01, 194 

C2ij > (5.64, 176) 

15.52, 194 

h 

15.81, 124 

CBjCH^ (5.20, 
113) 

9.91, 124 

i 

14.20, 111 

(8.10,109) 

8.90, 113 

J 

20.01, 155 

CB,(CB 2 ) 9 (22.25, 
139) 

12.54, 157 


20.02, 155 

PhCH^ (15.23, 
141) 

12.54, 157 


10 

g) IfAtihvi chl oromethyl carbonate. 

The compound was obtained from chloromethyl chlorof ormate 
and aethanol . 

15 'H HMR (60 MHZ, CDClj) : 6 3.98 (s, 3H r OCH,) , 5.85 (S, 2H, 
CEjCl) . 

ft ) f*hvl ehl n-rnwe-bhvl r.nrbonate. 

20 The compound was obtained from chloromethyl chloroformate 
and ethanol. 

'H NMR (60 KHz, CDCl,) : S 1.25 (t, 3H, CH 3 ) , 4.25 (q, 2H, 
CM 2 ), 5.70 (S, 2H, 0CH 2 C1). 
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i) ButYl ghlprpaethvl garfrppflt? 

The compound was obtained from chloromethyl chloroformate 
and butanol. 

5 1 H NMR (60 MHZ, CDCl,) : S 0.86 (m, 3H, CH 3 CH 2 ) , 1.40 (m, 
4H, CHjCHj), 4*15 (t, 2H, CH 2 -0) , 5.63 (s, 2H, OO^Cl) . 

-tl Dacvl chloromethyl carbonate, 

10 The compound was obtained from chloromethyl chloroformate 
and decyl alcohol. 

1 H NMR (60 MHz, CDCl 3 ) : S 0.90-1.50 (m, 19H, CH, and CHj) , 
4*20 (m ,2H, CHjO), 5.75 (s, 2H, OCHjCl) . 

15 Benzyl ghlgrPBCthvl carfrpnatei 

The compound was obtained from chloromethyl chloroformate 
and benzyl alcohol. 

1 H NMR (60 MHZ, CDC1,) : S 5.20 (s, 2H, PhCH 2 0) , 5.70 (s, 
20 2H, CICHjO), 7.32 (8, 5H, Ph) . 

11 -p) General procedure tSL methagrylgYlPSYWttftYl 

gMTfrPP»tfft 

25 Potassium tert. butoxide was added to a solution of 
methacrylic acid in DMF (200 ml). Chloromethyl carbonate 
from Example lg-k above was added to the resulting 
suspension. 18-crovn~6 was then added and the reaction 
mixture was left with stirring at room temperature for 24 

30 hours. The reaction mixture was filtered and the solvent 
was removed under reduced pressure . The residue was 
dissolved in chloroform (30 ml) and washed with saturated 
aqueous sodium hydrogen carbonate (10 ml) and water (20 
ml). The rganic phase was dried (MgSOJ and the solvent 

35 removed under r duced pressure. 
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u 

Example 

Compound from 
EX. 1, ig> 
BfflOl) 

Potassium 

i>m*w ■ j * » w 

(g,Bmol) 

18-cr wn- 

6 

(g,mmol) 

DKF j 
(ml) 

1 

g, (9.67, 78) 

8.71, 78 

X.OX, Jo 


I m 

h, (8.04, 60) 

6.73, 60 

0.6, 23 

300 

8 n 

i, (30.61, 
122) 

13.67, 122 

2.5, 94 

600 

o 

j, (30.61, 
122) 

13.67, 122 

2.5, 94 

ouu 

— 

p 

k, (22.01, 
110) 

13.64, 110 

1.5, 57 

550 


•n Mathvl n>ftthaerv lQvloxvn«»t.hvl carbonate, 


5 The compound was obtained from methyl chloromethyl 
carbonate and potassium methacrylate. 

IR (KBr) : 1772 (C-0, str.), 1737 (C=0, str.) r 1635 (OC, 
str.) cm* 1 

1 H NMR (300 MHz, CDCl 3 ) : 6 1.91 (s, 3H, CHjO) , 3.79 (s, 
10 3H, CHjO), 5.64 (m, 1H, CH 2 -) , 5.80 (s, 2H, -0CH 2 0-) , 6.16 
(m, 1H, CHj-) . 

"C NMR (75 MHz, CDClj) : 6 17.95 (£H 3 C=) , 55.13(CH,0), 
82.18 ( -OCH z O-), 127.52 (CH 2 =) , 135.02 (C=) , 154.44 (C-O) , 
165.46 (C=0) . 

15 
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yb\ gthvl methacrvlovloxy nethvl carbonate. 

The compound was obtained from ethyl chloromethyl 
carbonate and potassium methacrylate. 
5 IR (KBr) : 1772 (C-0, Str) , 1736 (OO, str.), 1635 (C-C, 
str) cm* 1 

1 H NMR (300 MHz, CDC1,) : 5 1.27 (t, 3H, CH,) , 1.92 (s, 3H, 
CHjO), 4.23 (q, 2H,CHj), 5.66 (*, 1H, CH/-) , 5.80 (s, 2H, 
-OCH^O-) , 6.20 (m, 1H, CHj-). 
10 «C NMR (75 MHz, CDCl,) : 6 15.70 (fiHjCHj) , 19.60 (£830) , 
65.72(CH,0), 83.05 (-OCHjO-) , 127.76 (CH,-) , 135.40 (C-) , 
153.82 (C-0), 165.42 (C-0). 

«\ Butvl f athaervlovlowaathvl carbonate. 

15 

The compound was obtained from butyl chloromethyl 
carbonate and potassium methacrylate. 

IR (KBr) : 1772 (C-0, Str), 1736 (C-0, str.), 1635 (C-C, 
str) cm' 1 

20 1 H NMR (300 MHz, CDCl,): * 0.99 (t, 3H, CH5CI4) ,1.47 (m, 2H, 
CHjCHj), 1.72 (m, 2H, CHjCHj) , 2.01 (S, 3H, CH,C-) , 4.25 
(t, 2H, CHj-0), 5.74 (m, 1H, CH 2 -) , 5.89 (S, 2H, -OCHjO) , 
6.27 (m, 1H, CHj-) . 

"C NMR (75 MHZ , CDC1 3 ) : i 13.47 (SI^CHj) , 17.97 (CH^R,) , 
25 18.71 (SHjC-), 30.36 (CHj) , 68.46 (CHjO) , 82.07 ( -OCHjO-) , 
127.46 (CHj-) , 135.05 (O) , 153.89 (C-0) , 165.50 (C-0). 

ol Daevl »«>thaervJ ovlQXvme1-hv1 carbonate, 

30 The compound was obtained from decyl chloromethyl 
carbonate and potassium methacrylate. 

IR (KBr): 1772 (C-0, str.), 1763 (C-0, str.), 1635 (OC, 
str.) cm* 1 

*H NMR (300 MHz, CDC1 3 ) : 6 0.90 (t, 3H, CH 3 ) , 1.28 (m, 
35 WH.CHj), 1.72 (m, 2H, CH,) , 1.99 (s, 3H, CH3C-) , 4.21 (t, 
2H, CH 2 0), 5.70 (m, 1H, CH 2 =) , 5.86 (s, 3H, -OCHjO-) , 6.24 
(m, 1H, CH 2 -). 
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°C HMR (75 MHZ, CDClj) : S 13.78 (CH,) , 17.76 (fiHjO) , 
22.76-31.55 (CHj) , 68.60 (CHjO) , 81.90 ( -OCHjO-) , 127.28 
(CHj-), 134.86 (C-), 153.73 (C-O), 165.33 (C-O). 

5 Benzyl matAacrvJ nvl ownBthvl carbonate. 

The compound vac obtained from benzyl chloromethyl 
carbonate and potassium methacrylate. 

TR (XBr): 3077- (Ph) , 1772 (C-0, str.), 1763 (C-0, Str.), 
10 1635 (C-C, str.) en* 1 

'H HMR (300 MHZ, CDCl,) : S 1.96 (S, 3H, CHjO) , 5.22 (S, 
2H, CHjO), 5.70 (m, 1H, CHj-) , 5.87 (s, 3H, -OCH 2 0-) , 6.22 
(a, 1H, CHj-) 7.39 (s, 5H, Ph). 

°C NMR (75 MHz, CDC1 3 ) : S 17.96 (fiHjC-) , 69.91 (CHjO) , 
15 82.03 ( -OCHjO-), 127.41 (CHj-) , 128.32 (Ph) , 134.78 (C-) , 
153.58 (C-O), 165.28 (C-O). 

q i gfchvi i-methaerviovioxvethvl carbonate, 

20 (i) gfelivl ehloroethvl carbonate. 

To a solution of chloroethyl chloroformate (23.16 g, 0.162 
mol) and ethanol (7.45 g, 0.162 mol) in methylene chloride 
(200 ml), pyridine (12.82 g, 0.162 mol) was added at 0*C. 
After 10 nin at 0*C and 21 hours at 25 *C the reaction 

25 mixture was washed with aqueous hydrochloric acid (100 
ml) , aqueous saturated sodium hydrogen carbonate (100 ml) 
and water (100 ml) . The solvent was removed under reduced 
pressure after drying (MgS0 4 ) , giving 18.5 g (74 %) of the 
intermediate ethyl chloroethyl carbonate as a crude 

30 product. 

n H HMR (60 MHZ, CDC1 3 ) : 6 1.30 (t, 3H, CH 3 ) , 1.85 (d, 3H, 
CH^CH), 4.25 (q, 2H, Oy , 6.45 (q, 1H, CH) . 

rii\ Ethvl 1-methacr vlovloxvethvl carbonate. 
35 Potassium tert. butoxide (3.70 g, 0.033 mol ) was added to 
a s lution f m thacrylic acid (2.84 g, 0.033 mol) in DMF 
(100 ml). Ethyl chloroethyl carbonate (5.08 g, 0.033 mol) 
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from Example lq(i) ab ve was added to th r suiting 
suspension. 18-crovn-6 (0.61 g, 2.3 mmol) was then added 
and the reaction mixture was left with stirring at room 
temperature for 3 days. The reaction mixture was filtered 
5 and the solvent was removed under reduced pressure. The 
residue was dissolved in chloroform (100 ml) and washed 
with saturated aqueous sodium hydrogen carbonate (50 ml) 
and water (50 ml). The organic phase was dried (MgS0 4 ) and 
the solvent removed under reduced pressure. Flash 
10 chromatography gave 2.50 g (38 %) of the title product. 
(Adjusted for recovered starting material the yield was 
75%) . 

*H HMR (60 MHZ, CDC1,): 6 1.30 (t, 3H, CH^CH,) , 1.60 (d, 
3H, CSsCH), 2.00 («, 3H, CHjO) , 4.20 (q, 2H, CH,) , 5.70 (m, 
15 1H, CHj-), 6.25 (q, 1H, -OCHCCH^O-) , 6.90 (m, 1H, CHj-) . 

r-Y Mathaervlovloxvnethvl benzoate. 

Potassium tert. butoxide (10.0 g, 0.090 mol ) was added to 
20 a solution of methacrylic acid (7.75 g, 0.090 mol) in DMP 
(300 ml). Chloromethyl benzoate 2 (15.0 g, 0.088 mol) was 
added to the resulting suspension. l8-crown-6 (1.8 g, 6.9 
mmol) was then added and the reaction mixture was left 
with stirring at room temperature for 2 days. The reaction 
25 mixture was filtered and the solvent was removed under 
reduced pressure. The residue was dissolved in chloroform 
(100 ml) and washed with saturated aqueous sodium hydrogen 
carbonate (50 ml) and water (50 ml) . The organic phase was 
dried (MgS0 4 ) and the solvent removed under reduced 
30 pressure. Flash chromatography gave 15.9 g (82 %) of the 
title product. 

1 H HMR (60MHZ, CDClj) : 6 2.00 (s, 3H, CHjO) , 5.65 (m, 1H, 
O^-), 6.15 (s, 2H, -OCHjO-), 6.35 (m, 1H, CH 2 =) , 7.50 (m, 
3H, Ph), 8.05 (m, 2H, Ph). 

35 
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g) K- ( 2-aeefc owmafchowcarhonvloxvpropv3 1 itiftt.haervlanide 

(I ) NW2-chl promethoxvc»rbonvloxvpropVll Tnftfhnorvlam,id,e, 
To a solution of N-(2-hydroxypropyl) methacryl amide 3 (2.86 
5 g, 20 mmol), and pyridine (1.90 g, 24 mmol) in methylene 
chloride (100 ml), chloromethyl chloroformate (3.87 g, 30 
mmol) in methylene chloride (120 ml) was added at O'C. 
After 15 min at 0*C and 24 hours at 25'C the reaction 
mixture was washed with water (5x25 ml) . The solvent was 
10 removed under reduced pressure after drying (MgS0 4 ) , Flash 
chromatography (silicagel, chloroform) gave 3.30 g (70 %) 
of the title product. 

1 H NMR (60 MHZ, CDCl,) : t 1.42 (d, 3H, CB,-CH-0) ,* 2.0 (m, 
3H, CHjC-) , 3.2-4.0 (m, 2H, NH-Cfij-CH) , 4.8-5.3 (m r 1H, CH,- 
15 CH-O) . 5.3 (m, 1H, CHj-) , 5.70 (m, 1H, CHj-) , 5.7 (», 2H, 
CHjCl), 6.1-6.7 (br S, 1H, NH) . 

f 4 i 1 N— ( 2-aegtoxvme t hoxvcarbonYl oxvnropvl ) methacrvlanifle 
20 Method 1: 

A THF solution (30 ml) of TBA acetate (1.21 g, 4 mmol) 
prepared by f reeze-drying an aqueous solution of equlmolar 
TBA-OH and acetic acid, was added to a stirred solution of 
N- ( 2-chloromethoxycarbonyloxypropyl ) methacry lamide (0.943, 
25 4 mmol) from Example ls(i) above in THF (10 ml) at room 
temperature. Following stirring for 5 days the solvent was 
removed under reduced pressure. The residue was dissolved 
in chloroform (50 ml) and washed with water (5x10 ml). The 
organic phase was dried (MgS0 4 ) and the solvent removed 
30 under reduced pressure. Flash chromatography (silicagel, 
hexane/ethyl acetate (3:4)) gave 0.486 g (47 %) of the 
title product. 

'H NMR (60 MHZ, CDC1 S ): € 1.4 (d, 3H, CHj-CH-O) , 2.0 (s, 
3H, CfijO) , 2.2 (s, 3H, CHjOO) , 3.2-4.0 (m, 2H, NH-CHj-CH) , 
35 4.8-5.3 (m, 1H, CH 3 -CH-0) , 5.3 (m, 1H, CI^-) , 5.70 (m, 1H, 
CHj") , 5.8 (S, OO^O), 6.1-6.7 (br s, 1H, NH) 
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Method 2: 

To a solution of N-(2-hydroxypropyl) -methacrylamide 3 (0.430 
q, 3.0 mmol) and pyridine (0.285g, 3.6 mmol) in methylen 
chloride (30 ml), acetoxymethyl chloroformate (0.500 g, 
5 3.3 mmol) in methylene chloride (6 ml) was added at O'C. 
After 10 min at 0'C and 3 days at room temp, the reaction 
fixture vas washed with water (100ml). The solvent was 
removed under reduced pressure after drying (MgSOJ . Flash 
chromatography (silicagel, hexane/ethyl acetate (3:4)) 
10 gave 0.40 g (51 %) of the title product. 

HHR data were in good agreement with those above. 

+\ w.r 2- ri-ace ^ owiAoxvcarbonvloxv) propyl ImethnrnTlfltt l flfi. 

15 li\ H- f 2- M -chl oroa^nwenrbonvl o*v^ nroovl 1 methaCTVl amide. 
To a solution of N-( 2 -hydroxypropyl) methacrylamide 3 (3.15 
g, 22 mmol), and pyridine (2.088 g, 26.4 mmol) in 
methylene chloride (100 ml), 1-chloroethyl chloroformate 
(4.718 g, 33 mmol) in methylene chloride (20 ml) was added 

20 at 0 # C. After 10 min at 0*C and 5.5 hours at 25*C the 
reaction mixture was washed with water (5x40 ml). The 
solvent was removed under reduced pressure after drying 
(MgSOJ to give 4.84 g (88%) of the title product. 
1 H NMR (60 MHZ, CDCl,) : 6 1.37 (d, 3H, CHj-OUCH,)©-) , 1-83 

25 (d, 3H, Cflj-CH-Cl), 1.97 (m, 3H, CH 3 C=) , 3.3-3.6 (m, 2H, 
NH-CHj-CH) , 4.7-5.3 (a, 1H, CH 2 -CJUCH 3 ) -0) , 5.3 (m, 1H, 
CH,-), 5.70 (m, 1H, CHj-) , 6.0-6.6 (m, 2H, NH + -Cl-CH-CH,) . 

f \ \ \ N-r?-ri-acat P ttvethoxvcarbonvloxv)Prgpyn- 

30 mf t>»*grvl amide. 

A THF solution (100 ml) of TBA acetate (6.93 g, 23 mmol) 
prepared by freexe-drying an aqueous solution of equimolar 
TBA-OH and acetic acid, was added to a stirred solution of 
N-I2-(l-chlor eth xycarbonyloxy) propyl ) methacrylamide 

35 (4.736 g, 19 mmol) from Example lt(i) above in THF (100 
ml) at r om temperature. Following stirring for 4 days th 
solvent was removed under reduced pressure. The residue 
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was diss Ived in chl rof rm (100 ml) and washed with water 
(5x20 ml) . The rganic phas was dried (MgS0 4 ) and the 
solvent removed under reduced pressure. Flash 
chromatography (silicagel, hexane/ethyl acetate (3:4)) 
5 gave 1.29 g (25 %) of the title product. 

'H NMR (60 MHZ, CDCl,) : 6 1.3 (d, 3H,< C^-CH (CH,) 0-) , 1.5 
(d, 3H r O-CH(CH3)0), 2.0 (a, 3H, CB3C-) , 2.1 (s, 3H, CH3OO) , 
3.3-3.6 (a, 2E, NH-Cfij-CH), 4.7-5.3 (», 1H, CHj-CSICBj) -O) , 
5.4 (a, 1H, CHj-), 5.7 (a, 1H, CHj-) , 6.1-6.6 (br S, 1H, 
10 MB), 6.6-6.9 (a, 1H, O-CHfCH,)©) 

n ) M^hvl l-m othatarvlwlnwathvl carbonate. 

My w»hvl 1-eMarMthvl carbonate. 

15 To a solution of 1-chloroethyl chloroformate (35.74 g, 
0.25 aol) and methanol (8.00 g, 0.25 mol) in methylene 
chloride (300 ml), pyridine (19.78 g, 0.25 mol) was added 
at 0-C. After 10 min at 0*C and 2 days at 25'C the 
reaction mixture was washed with aqueous hydrochloric acid 

20 (100 ml) , aqueous saturated sodium hydrogen carbonate (100 
ml) and water (100 ml). The solvent was removed under 
reduced pressure after drying (MgS0 4 ) , giving 25.5 g (74 %) 
of the intermediate methyl l-chloroethyl carbonate as a 
crude product. 

25 1 H NMR (60 MHZ, CDCl,): € 1.85 (d, 3H, CH3CH) , 3.80 (s,3H, 
CHjO), 6.50 (q, 1H, CH) . 

f 1 1 1 i-BA^acrvlovloyvethvl carbonate, 

Potassium tert. butoxide (3.70 g, 0.033 mol ) was added to 

30 a solution of methacrylic acid (2.84 g, 0.033 mol) in DMF 
(100 ml). Methyl l-chloroethyl carbonate (4.55 g, 0.033 
mol) from Example lu(i) above was added to the resulting 
suspension. 18 -crown- 6 (0.61 g, 2.3 mmol) was then added 
and the reaction mixture was left with stirring at room 

35 temperature for 3 days. The reaction mixture was filtered 
and the s lvent was removed under reduced pressur . Th 
residue was dissolved in chloroform (100 ml) and washed 
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with saturat d ague us sodium hydrog n carbonate (50 ml) 
and water (50 ml) . The rganic phas was dried (MgSO A ) and 
the solvent removed under reduced pressure. Flash 
chromatography gave 4.46 g (72 %) of the title product. 
5 1 H NMR (60 KHz, CDC1 3 ) : S 1.65 (d, 3H, CfijCH) , 2.00 (s, 3H, 
CHjO), 3.90 (s, 3H, CH3O), 5.65 (m, 1H, O^-) , 6.25 (m, 1H, 
CHj-) , 6.90 (q, 1H, CHCH3) • 

v^ Ethylene di t chloromathvl carbonated . 

10 Ghloromethyl chloroformate (19.12 g, 148.5 mmol) was added 
to en ice-cooled (0*C) solution of ethylene glycol (2.8 
ml, 50 mmol) in CHjCl 2 (200 ml). Pyridine (8.70 g, 110 mmol) 
was then added and the reaction mixture was left with 
stirring for 15 min. at 0*C and 6 hours at room 

15 temperature. The reaction mixture was washed with HC1 (1M, 
100 ml), NaHCOj ( aq, saturated, 100 ml) and water (100 ml) 
and dried (MgS0 4 ) . The solvent was evaporated and gave 
11.88 g (96.2 %) of the title product. 

*H NMR (60MHZ, CDC1,) : 6 4.48 (m, 4H, OCHjCHjO) , 5.75 (8, 
20 4H, OO^Cl) . 

wl Acetoxvmethvl chloroformate 

fil O-Acetoxvmethvl S-cthvl carbonothioate. 

25 fi-Chloromethyl fi-ethyl carbonothioate 1 (4.50 g, 0.028 mol) 
in 0MF (20 ml) was added to a solution of potassium 
acetate (2.74 g, 0.028 mol) in THF (100 ml). 18-crown-6 
(0.22 g, 0.84 mmol) was then added and the reaction 
mixture was left with stirring at room temperature for 3 

30 days. The reaction mixture was filtered and the solv nt 
was removed under reduced pressure. The residue was 
purified by flash chromatography (silicagel, chloroform) 
to give 4.23 g (85%) of the title product. 

1 H NMR (60 MHz, CDC1 3 ) : f 1.30 (t, 3H, CH 3 CH 2 ) , 2.20 (s, 3H, 
35 CH3OO), 2.95 (q, 2H, CH 2 CH 3 ) , 5.80 (s, 2H, 0CH 2 0) . 


WO 93/17718 


PCT/GB93/00470 


38 

(ii) Acetoxvmethvl chloroformate 

S0 2 &2 (2.43 g, 0.018 mol) was added to fi-Acetoxymethyl £- 
ethyl carbonothioate (Example lw(i) , 3.15 g, 0.018 mol) at 
0-5 °C with stirring during 15 min. followed by stirring at 
5 room temperature for 45 min. Evaporation of EtSCl at room 
temperature and 11 mmHg gave a colourless liquid. Yield: 
2.44g (89 %). 

'H MMR (60 MHZ, CDCl,): S 2.20 (6, 3H, CH3OO) , 5.76 (S, 2H, 
OGHjO) . 

10 

xl Hexamathvlene di ( chloromethvl carbonated 

Chloromethyl chloroformate (19.12 g, 148.5 mmol) was added 
to an ice-cooled (0°C) solution of 1,6-hexanediol (5.90 g, 

15 50 mmol) in CHjClj (200 ml) . Pyridine (8.70 g, 110 mmol) was 
then added and the reaction mixture was left with stirring 
for 15 min. at 0°C and 5 hours at room temperature. The 
reaction mixture was washed with HC1 (1M, 100 ml), NaHCO, 
(aq, saturated, 100 ml), water (100 ml) and dried (MgSOJ . 

20 The solvent was evaporated and gave 13.25 g (95 %) of the 
title product. 

'H NMR (60 MHz, CDC1 3 ): S 1.20-2.00 (m, 8H, (CK^) , 4.22 
(t, 4H, 2 X (CHjO), 5.73 (S, 4H, 2 X OCH a Cl) . 

25 vl Methacrvlovloxvmethvl acetate 

Potassium tert. butoxide (5.0 g, 0.045 mol ) was added to 
a solution of methacrylic acid (3.87 g, 0.045 mol) in DMF 
(150 ml). Chloromethyl acetate 3 (4.86 g, 0.045 mol) was 

30 added to the resulting suspension. 18-crown-6 (0.9 g, 3.45 
mmol) was then added and the reaction mixture was left 
with stirring at room temperature for 4 days. The reaction 
mixture was filtered and the solvent was removed under 
reduced pressure. The residue was dissolved in chl r form 

35 (100 ml) and washed with saturat d aqueous sodium hydrogen 
carb nate (50 ml) and water (50 ml) . The organic phase was 
dried (MgSOJ and the solvent removed under reduced 
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pressur . Flash chromatography gave 5.19 g (75 %) f the 
title product. 

1 H NNR (60 MHz, CDC1 3 ) : i 2.00 (S, 3H, CH3O) , 2.18 (S, 3H, 
CHjOO), 5.70 (m, 1H, CH 2 -), 5.85 (s, 2H, -0CH 2 0-) , 6.25 (m, 
5 1H, CH 2 «) 

t\ Butvl acrvlovloxvmethvl carbonate 

Potassium tart, butoxide (5.84 g, 0.052 aol ) was added to 

10 a solution of acrylic acid (4.47 g, 0.045 aol) in DMP (220 
ml) . . Butyl chloromethyl carbonate (Example li, 6.5 g, 
0.052 aol) in DMF (150 al) was added to the resulting 
suspension. 18-crovn-6 (0.6 g) was then added and the 
reaction mixture was left with stirring at room 

15 teaperature for 2 days. The reaction mixture was filtered 
and the solvent was removed under reduced pressure. The 
residue was dissolved in chloroform (100 al) and washed 
with saturated aqueous sodium hydrogen carbonate (50 ml) 
and water (50 ml) • The organic phase was dried (MgS0 4 ) and 

20 the solvent removed under reduced pressure. Plash 
chromatography gave 4.57 g of the title product. 
'H NMR (60 MH2, CDC1 3 ) : 6 0.80 <t, 3H, CH 3 CH 2 ) , 1.28 (m, 2H, 
O^), 1.60 (m, 2H, CHj), 4.15 <t, CH 2 0) , 5.78 (s, 2H, 
OCHjO), 5.88 (dd, 1H, CH 2 =) , 6.1 (dd, 1H, CH 2 ~) , 6.45 (dd, 

25 1R, CH 2 -CH-) . 

aal 3.6.9-Trioxaundecanedioic acid dichloride 

3,6,9-Trioxaundecanedioic acid (2,0 mmol) was refluxed in 
30 thionyl chloride (1 ml) for 6 hours before excess thionyl 
chloride was evaporated under reduced pressure. The crud 
product was used in the subsequent step without 
purification. 

NMR (CDCI3): 6 3.64-3.68 (m, 4H) , 3.76-3.82 (m, 4H) , 
35 4.49-4.51 (m, 4H) . 

W C NMR (CDCI3): 6 70.70, 71.29, 76.65, 172.03. 
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n ft) i.f ? . Be q 7iY 1»v ve arbonvlhcptanQVlQXV>ethYl teffV l 

r »rbonate 

f\\ l-Ban Kyltionanedioic acid 
5 A solution of nonanedioic acid t25.0 g, 0.13 mol) in 
benzene (550 ml) was added to p-toluenesulphonic acid 
(0.71 g, 3.72 mmol) and heated to 80«C. Benzyl alcohol 
(14.3 g, 0.13 mol) in benzene (50 ml) was added dropwise. 
The reaction mixture was refluxed overnight. Water was 

10 removed from the reaction mixture and collected by a Dean 
Stark trap. After 24 hours no benzyl alcohol was detected 
by TLC. The reaction mixture was cooled to room 
temperature and then in an ice bath. The precipated 
unreacted nonanedioic acid was removed by filtration. The 

15 filtrate was concentrated to dryness. The residue was 
purified by column chromatography using dichloromethane/ 
methanol (10:1) as eluent. 
Yield: 28%. 

*H HMR (300 MHZ, CDC1 S ) : 6 7.35-7.31 (m, AT); 5.10 (S, 
20 ArCSg) ' 2.33 (t, CHjCO); 1.62 (m, CB^CHjCO) ; 1.29 [m, 
(CB,),]. 

f H) r* a Uvm 1-H»n*v1nonanedioate 

1-Benzylnonanedioic acid (Example lac(i), 6.3 g, 21.6 
25 mmol) was suspended in distilled water (100 ml) and heated 
to 50*C. Cesium carbonate (3.5 g, 10.8 mmol) in water (20 
ml) was added dropwise to pH 7. Water was removed by 
lyophilization for 2 days. 
Yield: 95%. 

30 

f 4 4 41 l-Ch loroethvl flftevl carbonate 

To a stirred solution of decanol (6.0 g, 7.23 mmol) in 
dichloromethane (150 ml) was added dry pyridine (3.66 ml, 
45.6 mmol). Th solution was cooled in an ic bath. To 
35 this was added l-chloroethyl chlorof ornate (6.5 g, 45.6 
mmol) dropwise. The reaction mixture was allow d to 
proceed overnight, diluted with dichloromethane and washed 
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10 


with 0.5 H HC1 soluti n, twice with a saturated sodium 
bicarb nat soluti n and finally with distill d wat r. Th 
solvent was dried over magnesium sulphate, filtered 
through silica and concentrated to dryness. 
Yield: 93%. 

'H NMR (300 MHz, CDC1 S ) : 6 6.43 (q, CHC1) ; 4.19 (t, CHjO) ; 
1.83 (d, CfcCH); 1.69 (CfijCHjO); 1.40-1.22 [m, (CH,),]; 0.88 
(t, CHjCHj) . 


garfronatt 

Cesium l-bensylnonanedioate (Example lac(ii), 5.0 g, 12.2 
*»ol> was dissolved in DMP (150 ml) . To this was added 1- 
chloroethyl decyl carbonate (Example lac(iii), 3,25 g, 
15 12.2 mmol), followed by potassium iodide (125 mg, 0.75 
mmol). The reaction was allowed to proceed at 50'C for 3 
days. The solvent was removed under reduced pressure. The 
residue was suspended in dichloromethane and washed 3 
times with a saturated sodium bicarbonate solution and 
20 finally twice with water. After drying over magnesium 
sulphate the solution was evaporated to dryness. Th 
product was purified by column chromatography using 
petroleum ether/ ethyl acetate (12: 1) as eluent. 
Yield: 65%. 

25 y * NMR (300 MHz, CDC1,) : 6 7.35-7.31 (m, Ar) ; 6.78 (q, 
OCHCHjO); 5.10 (., ArCH 2 ) ; 4.19 (t, CH 2 0) ; 2.33 (t, C^CO). 

f v ^ 1 _f7-c»rbpyyh«Ptan Q v'»Pttv^ethv1 decyl cnrbpnflte 

To a solution of i-(7-benzyloxycarbonylheptanoyloxy)ethyl 

30 decyl carbonate (Example lac(iv) , 4.0 g, 7.9 mmol) in 
acetic acid (15 ml) was added a catalytic amount of 
palladium on charcoal (150 mg) . The mixture was 
hydrogenated with H, at ambient temperature for 5 hours. 
Acetic acid was removed under reduced pressure. Th 

35 r sidu was purified by column chromatography using n- 
h ptan / ethyl ac tate (4:1) as elu nt. 
Yield: 52%. 
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*H HMR (300 MHZ, CDClj): 6 6.76 (q, OCHCHjO) ; 4.19 (t, 
CHjO) ; 2.32 (t, CHjCO) . 

°C HMR (300 MHZ, DMSO-d 6 ) 6 174.67 (COOH) ; 171.30 (CHjCCO) 7 
152.68 (OCOO) ; 91.09 (0£HCH,) . 

5 

wonviearbonvioxviMithvl chlorof ornate 
f<\ Pataaatim dftCnnftnt" 

k solution of KDH (2.6 g, 46.4 mmol) in water (50 ml) was 
10 added dropwise to a suspension of decanoic acid (8.0 g, 
46.4 mmol) in water (300 ml) at 60 # c until pH 7. Hater 
was removed by lyophilization. 
Yield: 9.28 g (95 %) . 

: \W o-Nonvlearbonvloxvnathvl S- athvl carbonothioate 
£-Chloromethyl fi-ethyl carbonothioate 1 (4.79 g, 0.031 mol) 
in DMA (20 ml) was added to a suspension of potassium 
deeanoate (Example lad(i), 6.5 g, 0.031 mol) in DMA (500 
ml>. 18-Crown-6 (0.25 g, 0.93 mmol) was then added, and 
20 the reaction mixture was left with stirring at ambient 
temperature for 22 hours. The reaction mixture was 
filtered and the solvent was removed under reduced 
pressure. The residue was purified by flash chromatography 
(silica gel, hexane/ethyl acetate (30:1)). 
25 Yield: 5.96 g (67 %) . 

*H HMR (300 MHz, CDC1 3 ) : S 0.88 (t, 3H, CH^CH^g, 1.27 (m, 
12H, (CHj),), 1.33 (t, 3H, £i^CH ? S) , 1.63 (m, 2H, C^CHj-O) , 
2.37 (t, 2H, CHjC-O), 2.89 (q, 2H, CH 2 S) , 5.81 (S, 2H, 
OCHjO) . 

30 13 C HMR (300 MHz, CDCl,) : 6 14.1, 14.8, 22.7, 24.6, 25.4, 
29.0, 29.2, 29.3, 29.4, 31.9, 33.9, 80.2 (OCHjO) , 170.7 
(C-O), 172.2 (C=0). 

Mill Nonvlearbonvlo xvmethvl chlorof ornate 
35 S0 2 C1 2 (1.17 g, 8.65 mmol) was added t O- 
n nylcarbonyloxym thyl S-ethyl carbonothioate (Exampl 
lad(ii), 2.10 g, 7.22 mmol) in CH 2 C1 2 (5 ml) at 0'C with 
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stirring during 15 min. foil wed by stirring at ambient 
teaperature for 17 hours. Evaporation of EtSCl at 30 *c and 
20 nmHg gave a yellow liquid. 
Yield: 1.62 g (85 %) . 
5 'H NMR (300 MHZ, CDCl,): 6 0.88 (t, 3H, CH,) , 1.27 (a, 12H, 
(CH,)^, 1.66 (a, 2H, CH^CHjC-O), 2.41 (t, 2H, O^OO) , 5.82 
(a, 2H, OCHjO) . 

"C NMR (300 MHZ, CDCl,): 6 14.1, 22.7, 24.5, 29.0, 29.19, 
29.24, 29.4, 31.9, 33.8, 83.3 (OCHjO) , 150.1 (CIC-O) , 171.7 
10 (C-O) . 


ad) 1-Acetoxv-l-Phenvlaethvl vinvl carbonate 

111 l-Chloro-l-nhenvlinethvl vinvl carbonate 

15 Vinyl chlorcrforaate (3.0 g, 0.028 aol) and benzaldehyd 
(4.14 g, 0.039 aol) were dissolved in 1 , 2-dichloroethane 
(30 ml) and pyridine (0.1 g, 1.28 aol) was added dropwise 
to the stirred solution. ' The solution was stirred for 1 
day at 80 *C, washed with water (25 ml), and the aqueous 
20 phase was back extracted with methylene chloride (25 ml) . 
The combined organic phases were dried (MgS0 4 ) and 
concentrated to give 3.0 g (50%) of the title product. 
'H NMR (60MHZ, CDCl,): 6 4.55 (dd, 1H, CH 2 ») , 4.95 .(dd, 1H, 
CHj-), 7.05 (dd, 1H, CH 2 =CH-), 7.25 (s, 1H, CH-Ph) , 7.40 
25 (a, 5H, Ph). 


111! 1-Acetoxv-l-Phenvlmethvl vinvl carbonate 

Silver acetate (2.0 g, 0.012 mol) was added to a soluti n 
of 1-chloro-l-phenylmethyl vinyl carbonate (2.50 g, 0.012 

30 aol) in DMF (60 ml) . The reaction mixture was left with 
stirring at rooa teaperature for 12 hours. The reaction 
mixture was filtered and the solvent was removed under 
reduced pressure. The residue was purified by flash 
chromatography (silicagel, methylene chloride) to give 

35 0.56 (20%) of the title product. 

'H NMR (60 MHz, CDCl,): 6 2.24 (s, 3H, CH 3 C=0) , 4.60 (dd, 
1H, CH 2 =) , 4.95 (dd, 1H, CH ? =) , 7.00 (dd, 1H, CH=) , 7.50 
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(m, 5H, Ph), 8.00 (s, 1H, -CH-Ph). 

a ft ) ftengovl oxvmethvl, cM aroforniate 

5 m o-Ban govloxvnefchvl S-afchvl carbonothioate 

g-Chloromethyl £-ethyl carbonothioate 1 (5.73 g, 0.037 mol) 
in DMF (20 ml) was added to a solution of potassium 
benzoate (5.94 g, 0.037 mol) , and l8-crown-6 (0.485 g, 
1.85 mmol) in DMF (130 ml) was then added and the reaction 

10 mixture was left with stirring at room temperature for 24 
hours. The solvent was removed under reduced pressure. 
The residue was dissolved in chloroform (150 ml) and 
washed with water (5x20 ml) and dried (MgSOJ . The solvent 
was removed under reduced pressure, purified by flash 

15 chromatography (silicagel, chloroform) to give 7.16 g 
(81%) of the title product. 

*H NMR (60 MHZ, CDC1,) : 6 1.3 (t f 3H, CH,) , 2.9 (q, 2H, 
C^CHj), 6.1 (S, 2H, OCHjO), 7.3-7.7 (m, 3H, Ph) , 8.0-8.2 
(m, 2H, Ph). 

20 ' 

Mil BMigov lavvthvl chlorof ornate 

SOjClj (4.03 g, 0.030 mol) was added to fi-benzoyloxymethyl- 
fi-ethyl carbonothioate (7.16 g, 0.030 mol) at 0-5'C with 
stirring during 15 min. followed by stirring at room 
25 temperature for 2 hours. Evaporation of EtSCl at room 
temperature and 11 mmHg gave a yellow liquid. Yield: 5.30 
g (83%). 

'H NMR (60 MHZ, CDCl,) : 6 6.1 (s, 2H, OCHjO) , 7.3-7.7 (m, 
3H, Ph), 8.0-8.2 (m, 2H, Ph) . 

30 

m*P« 2 - Preparation of polymers. 

a) Emulsion conolvmerization o f methylene dimethacrvlate 
and stvrene 

35 

50ml f a 1% wt/vol solution of sodium dod cyl sulphate in 
water was pre-heated to 60 *C under a nitrogen atmosphere. 
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_0.20g (1.09m 1) of methylene dimethacrylate from Exampl 
la above and 9.80g (0.094 mol) styrene monomer were added 
under vigorous stirring. The polymerisation was initiated 
with a metabisulphite/persulphate redox system comprising 
5 1.6mg (7.2mmol) potassium metabisulphite and 0.0 8mg 
(0.3mmol) potassium persulphate. The polymerisation was 
permitted to proceed for 8 hours before cooling to room 
temperature. The resultant emulsion had a solids content 
of 11.2% vhich corresponded to a degree of conversion of 
10 68%. The recovered polymer was not soluble in THF, a good 
solvent for polystyrene, indicating that the polymer was 
crosslinked. 

to Polvner from methylene blaf 16-hvdrowhaxadecanoate) and 
15 adtpovl chloride 

A solution of adipoyl chloride (0.657 g, 3.59 mmol) in 
xylene/trichloroethylene (80:20 by weight, 5ml) was added 
dropwise to a solution of methylene bis (16- 

20 hydroxyhexadecanoate) (2.000 g, 3.59 mmol) from Example 
lb(iv) above in xylene/trichloroethylene (80:20 by volume, 
160 ml) at 60 *C. After 44 hours at 60 *C under reduced 
pressure, the reaction mixture was cooled to 20 *C, and the 
solvent evaporated under reduced pressure to give 0.227 g 

25 of white solid. 

JR (neat), cm* 1 : 2915 (s) , 1759, 1732 (s) , 1466, 1417 (w), 
13*0, 1263, 1175 (w) , 1105 (w) , 991 (w) , 798 (W) , 726 
1 H HXR (300 MHZ, CDC1,) : 6 1.58 (m, 44H, CHj) , 1.63 (m, 
12H, CHj ), 2.29 (m, 8H, CHjCO) , 4.04 (m, 4H, 2 X CHjO) , 

30 5.73 (m, 2H, -OCHjO-). 

Size Exclusion Chromatography (SEC): Mw- 11100, Mn- 6500, 
Hp- 14100, Mw/Mn- 1.7 

cl Polvmer from methylene bisf 12-hvdr oxvdodecanoate) and 
35 edipovl chloride 


A solution of adipoyl chloride (1.22 g, 6.7 mmol) in 
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xylen /trichloroethylene (80:20 by weight, 5 ml) was add d 
dropwise to a soluti n f methylene bis (12- 
hydroxydodecanoate) (3.00 g, 6.7 mmol) from Example lc 
above in xylene/trichloroethylene (80:20 by volume, 100 
5 ml) at 60- C. After 4 days at 60 *C under reduced pressure, 
the reaction mixture was cooled to 20 *C, and the solvent 
evaporated under reduced pressure to give a yellow solid 
compound. The compound was purified by flash 
chromatography (silica/ step gradient from chloroform to 
10 ethyl acetate) . 

Size Exclusion Chromatography (SEC): Mv-18276, Mn-12840, 

Mw/Mn-1.423 

fl) Pniv»»r from «ethvle« » bisf 10-hvdroxvdecnnoaf ) and 
15 aneeinvl chloride. 

Succinyl chloride (0.200 g, 1.29 mmol) was added to a 
solution of methylene bis(lO-hydroxydecanoate) (.0.500 g, 
1.29 mmol) from Example id above in toluene (60 ml) at 
20 70 # C. After 100 hours at 70 *c under reduced pressure, the 
reaction mixture was cooled to 20*C and solvent evaporated 
under reduced pressure to give 0.436 g of a yellow solid. 
JR (neat): 2933 (s) , 1787, 1738 (s) , 1650, 1465 (W) , 1413 
(W), 1357 (W), 1262 (W), 1164, 1099 (w) , 1049 (W) , 988, 

25 906, 802 cm' 1 . 

*H HMR (300 MHZ, CDC1,) : 6 1.25 (m, 20H, CHj) , 1.57 (m, 8H, 
CHj), 2.32 (m, 4H, CHjCO) , 2.61 (m, 4H, CHjCO) , 4.04 (m, 4H, 
2 X CHjO), 5.70 (S, 2H, -0CH 2 0-) . 

Size Exclusion Chromatography (SEC): Mw= 1870, Mn» 1580, 
30 Mp- 1310, Mw/Mn- 1.18 

f ) m i fTfrm-T- f-rc™ Mftthvl gnu, bis f 10-hvdroxvdprqnpate) Md 
ffiir-r^nie acid. 

35 succinic acid (0.152 g, 1.29 mmol) was added to a soluti n 
f methylene bis (10-hydroxydecanoat ) (0.500 g, 1.29 mmol) 
fr m Example Id above and p-toluene sulphonic acid (0.007 
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g, 0.004 mmol) in tolu ne (12 ml) at 130'C. After 84 hours 
at 140 *C with c ntinuous rem val of f rm d vater by 
distillation, the reaction mixture was cooled to 20 *C. 
Solvent was evaporated under reduced pressure giving 
5 0.425g of a yellow solid. 

IR (neat): 2933 (s) , 1739 (s) , 1650, 1467 (w) , 1415, 1360 
(V), 1261, 1168, 1100, 995, 803, 724 cm* 1 . 

*H NMR (300 MHZ, CDC1,) : 6 1.27 (m, 20H, CHj) , 1.59 (m, 8H, 
CH^ 2.33 («, 4H, CHjCO), 2.64 (m, 4H, CHjCO) , 4.05 (m, 4H, 
10 2 X CHjO), 5.72 (S, 2H, -OCHjO-) , 10.00 (bs, 2H) . 

Size Exclusion Chromatography (SEC) : Indicated no polymer 
formation (only oligomers) 

+\ Poivm«r tram »«fchvl » n« bis no-hvdroxvdecnnoatm) flnd 
15 fuHnavl ehlewrlda. 

A solution of adipoyl chloride (0.943 g, 5.15 mmol) in 
xylene/trichloroethylene (80:20 by weight, 7ml) was added 
dropwise to a solution of methylene bis (10- 

20 hydroxydecanoate) (2.000 g, 5.15 mmol) from Example Id 
above in xylene/trichloroethylene (80:20 by volume, 120 
al) at 60'C. After 48 hours at 60'C under reduced 
pressure, the reaction mixture was cooled to 20"C, and th 
solvent evaporated under reduced pressure to give a white 

25 solid. Flash chromatography (silica, ethyl acetate) gave 
0.44g of a polymer fraction. 

'1H NMR (300 MHz, CDC1 S ) : 6 1.32 (m, 20H, CHj) , 1.57 (m, 
12H, CHj), 2.34 (m, 8H, CHjCO) , 4.03 (m, 4H, 2 X CHjO) , 5.71 
(S, 2H, -OCHjO-). 
30 Size Exclusion Chromatography (SEC) : Mw- 20964, Mn- 12382, 
Mp- 22843, Mw/Mn- 1.693 

n ) polymer fr-oia bt«f e h loroe»rbor|Yl < ? v y" etnvn terePhthftlflte 

35 

1,6-diamin hexane (0.23 g, 0.002 mol) and triethylamin 
(0.40 g, 0.004 mol) in THF (5 ml) were added to a solution 
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10 


f bis(cbloroearbonyl xymethyl) terephthalate (0.70 g, 
0.002 mol) from Example le(ii) above in THF (20 ml). The 
reaction mixture was left with stirring for 6 days at room 
temperature. The reaction mixture was filtered and the 
■olvent was removed under reduced pressure and gave a 
polymer which was insoluble in chloroform. 
*H NMR. (60 MHz, CDCl,) : 6 1.20 (m, 8H, 4 x CH,) , 2.85-3.20 
(m, 6H, 2 X MH and 2 x CHjN) , 5.85 (s, 2H, OCHjO) , 8.00 (s, 
4H, AT) . 

T i l miTi n nr f~™ ^ittiY 1 -"- bief4^™xymettiYlh^raW 

nT1 f lidipovl ^loride 

X solution of adipoyl chloride (1.26 g, 6.89 mmol) in 
15 1,1,2,2-tetrachloroethane/trichloroethylene (80:20 by 
weight, 5 ml) was added dropwise to a solution of 
methylene bis(4-hydroxymethyl benzoate) (2.18 g, 6.89 
mmol) from Example If above in i,i.2,2-tetrachloroethane/ 
trichloroethylene (80:20 by weight, 90 ml) at 60'C. After 
20 4 days at 60-C under reduced pressure, the reaction 
mixture was cooled to 20<>C, and the solvent evaporated 
under reduced pressure to give 2.82 g of a brown viscous 
oil. Precipitation in methanol gave 0.80 g of a yellow 
compound. Size Exclusion Chromatography (SEC) : Mw- 3793, 
25 Mn- 2715, Mp- 2845, Mw/Mn- 1.724. 

1 H NMR (200 MHZ, CI^COCD,) : 8 1.65 (s br, 4H, CHj) , 2.40 (s 
br, 4H, C^CO), 5.18 <s, 4H. 0-CH 2 -Ph) , 6.25 (s, 2H, OCI^O) , 
7.4-7.6 (m, 4H, Ph), 7.9-8.1 (m, 4H, Ph) . 

30 n - r . fl. M r .i procedure for P"1 YW«rigatiqn 2* 

B ^» e rvlov lorye« thvl carbonates. 

A solution of methacryloyloxymethyl carbonate (1.0 g) from 
Example 1 1-p above in DMF (8.0 g) was h ated to 60'C and 
35 AIBN (0.005 g, 0.03 mmol) was added. After 24 hours the 
reacti n mixture was cooled and the polym r solution added 
dr pwise to a stirred excess of methan 1 (non-solvent) . 
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Th polymer was filtered and washed with methanol and 
water, and dried under reduced pressure. 

i\ Polymer from mathvl mathacrvlovloxvmethvl carbonate. 

5 

IR (KBr) : 1763 (00, StT.) CB" 1 

f H HMR (300 MHZ, CDC1,) : S 1.00 (a, 2H, CH 2 ) , 1.90 (a, 3H) , 
3.85 (8, 3H, (3,0), 5.70 (8, 2H, OCHjO) . 

°C HMR (75 KHz, CDC1,) : t 46.35 (£-CH,) , 56.55 (CH,0) , 
10 83.59 (-OCHjO-), 154.41 (C-O), 175.50 (C-O). 

Differential scanning caloriaetry (DSC) indicated that 
Tg-59.8*C and onset decoaposition temperature was 242.2*C. 
Thermal mechanical analysis indicated a glass transition 
temperature of 59. 9 "C. 
15 Size Exclusion Chromatography (SEC) : Mw» 100000, Mn« 
59000, Hw/Mn- 1.7. 

il Polvmer from ethvl methacrvlovloxvmethvl carbonate. 

20 ZR (KBr) : 1763 (C-O, str.) cm' 1 

*H HMR (300 MHZ, CDC1,) : 6 1.00 (m, 2H, CHj) , 1.32 (t, 3H, 
CH,), 1.90 (a, 3H, CHj), 4.25 (m, 2H, CHjO) , 5.70 (S, 2H, 
OCHjO) . 

U C HMR (75 MHZ, CDC1,) : S 15.77 (-OCHjO-) , 46.35 (fi-CHj) , 
25 65.90 (CHjO), 83.50 

(-OCHjO-), 153.69 (00), 175.80 (00) . 

Differential scanning calorimetry (DSC) indicated that 
Tg-35.9'C and onset decomposition temperature was 260. 9 *C. 
Thermal mechanical analysis indicated a glass transition 
30 temperature of 31.2'C. 

Size Exclusion Chromatography (SEC): Mw- 34000, Mn- 20000, 
Mv/Mn- 1.7. 

kl Polvmer from butvl methacrvlovloxvmethvl carbonate. 

35 

IR(KBr): 1763 (C=0) cm* 1 

'HUMR (300 MHZ, CDClj): S 0.90 (t, 3H, CH 3 ) , 1.00 (m, 2H, 
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CHj), 1.39 <m, 2H, CHj), 1.70 (m, 2H, CHj) , 1.90 (m, 3H, 
CH,), 4.20 (t, 2H, CHjO), 5.68 (s, 2H, OCHjO) . 
°C NKR (75 MHZ, CDC1,) : 6 13.54 (CHjCHj) , 18.73 (CHj) , 
30.39 (CHj), 46.26 (fi-CH,) , 69.72 (CHjO) , 83.67 (-OCHjO-) , 
- 5 153.86 (OO), 175.80 (0=0). 

Differential scanning calorimetry (DSC) indicated that 
onset decomposition temperature was 239.9*C (Tg was not 
observed) . Thermal mechanical analysis indicated a glass 
transition temperature of 24.7*C. Size Exclusion 
10 Chromatography (SEC): Mw= 60000, Mn= 29000, Mw/Mn- 2.1. 

11 Polvmer from decvl reethacrvlov loxvmethvl carbonate. 

IR(KBr): 1763 (OO, str.) cm" 1 
15 *H NMR (300 MHz, CDC1,) : S 0.90 (t, 3H, CH 3 ) , 0.90 (m, 3H, 
CHj), 1.30 (m, 14H, CHj), 1.70 (m, 2H, CHj) , 1.90 (m, 2H) , 
4.19 (t, 2H, CHjO), 5.66 (s, 2H, OCHjO) . 

1S C KMR (75MHZ, CDC1,) : 6 13.78 (CH,) , 22.34-3.1.57 (CHj) , 
46.26 (£-CHj), 68.70 (CH 2 0) , 83.67 (-0CH 2 0-) , 153.55 (C=0) , 

20 175.80 (OO) . 

Differential scanning calorimetry (DSC) indicated onset 
decomposition temperature was 232. 9 *C (Tg was not 
observed) . Thermal mechanical analysis indicated a glass 
transition temperature of -3.3*C. 

25 Size Exclusion Chromatography (SEC): Mw= 160000, Mn= 
90000, Mw/Mn«= 1.7. 

ml Polymer from benzyl methacrvlov loxvmethvl carbonate. 

30 IR (KBr) : 3077 (Ph) , 1763 (C=0, str.) cm" 1 

1 H NMR (300 MHZ, CDC1 3 ) : 6 0.95 (m, 3H, CH 3 ) , 1.90 (m, 2H) , 
5.25 (s, 2H, CH 2 0), 5.75 (s, 2H, OCH 2 0) , 6.70 (s, 5H, Ph) . 
"c NMR (75 MHz, CDCl,) : S 46.26 (-C-CH 3 ) , 68.03 (-OCHjPh) , 
82.02 (-0CH 2 0-) f 129.45 (Ph) , 153.67 (C=0) , 175.80 (C=0) . 

35 Differential scanning calorimetry (DSC) indicated that 
Tg»31.6*C and onset decomposition t mperature was 197. l'C. 
Thermal mechanical analysis indicated a glass transition 
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temperature of 32.8 # C. 

Siz Exclusi n Chr matography (SEC): Mw= 92000, Mn« 44000, 
Mw/Mn- 2.1. 

5 rx\ Free radical solution polYBgrigptjon Ql feSIlZXl 

methacrvlovloxvmethvl carbonate giving 
inw molecular weight polvmer. 

A solution of benzyl methacryloyloxymethyl carbonate (0.5 
10 g, 2.0 mmol) from Example lp above in DMF (7.5 g) was 
heated to 60*C and allyl mercaptan (0.0015 g, 0.02 mmol) 
together with AIBN (0.0025 g, 0.015 mmol) was added. After 
24 hours the reaction mixture was cooled and th£ polymer 
solution added dropwise to a stirred excess of methanol 
15 (non-solvent) . The polymer was filtered and washed with 
methanol and water and dried under reduced pressure. 
Size Exclusion Chromatography (SEC): Mw= 22000 , Mn«14000. 

ol Free radica l polymerisation of methyl lr 

20 methacrvlovloxvethvl carbonate. 

AIBN (0.005 g, 0.03 mmol) was added to a solution of 
methyl 1-methacryloyloxyethyl carbonate (1.0 g, 5.0 mmol) 
from Example lu(ii) above in dry THF (8 g) at 60 *C under 

25 a dry nitrogen atmosphere. After 24 hours the reaction 
mixture was cooled to 20 *C, and the solvent removed under 
reduced pressure. The resulting polymer was dissolved in 
CHjClj and reprecipitated .1/ methanol. Methanol was 
separated from the polymer by filtration, resulting in a 

30 white powder. 

1 H NMR (200 KHZ, CDC1 3 ) : 5 0.90 (m, 3H, CH 3 ) , 1.45 (s, 3H, 
CH 3 CH), 1.87 (m, 2H, CH 2 ) f 3.80 (s, 3H, CHjO) , 6.65 (bs, 1H, 
CHCHj) . 

Size Exclusion Chromatography (SEC): Mw= 16033, Mn= 6641, 
35 Mp« 16192, Mw/Mn= 2 . 41 . Differential scanning calorimetry 
(DSC) indicated that Tg= 57.65 °C. 
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v \ Free radica l polymerisation of ethyl lr 

m g ftaervlQvlP wethvl carbonate. 

AIBH (0.033 g, 0.02 inniol) was added to a solution of 
5 ethyl 1-methacryloyloxyethyl carbonate (0.504 g, 2.49 
mmol) from Example lq(ii) above in dry THF (8 ml) at 50'C 
under a dry nitrogen atmosphere. After 7 hours the 
reaction mixture was cooled to 20 # C, and polymer 
precipitated in methanol (50 ml) and the solution 
10 filtered. The resulting polymer was dissolved in THF, 
reprecipitated in methanol (70 ml) and filtered , resulting 
in 0.138 g of a white powder. 

*H NMR (300 MHz, CDC1 3 ) : € 0.90 (m, 3H, CH 3 ) , 1.25 (s, 3H, 
CHj), 1.45 (S, 3H, CHj), 1.87 (m, 2H, CH 2 ) , 4.15 (bs, 2H, 
15 CHjO), 6.62 (bs, 1H, -CflCHj) . 

Size Exclusion Chromatography (SEC): Mw=* 26500, Mn~ 18600, 
Mp« 22000, Mw/Mn= 1.43 

a\ Polvmer from ethvl methacrvl ovloxvmethvl carbonate, 

20 emulsion polymerisation 

A solution of sodium dodecyl sulphate (0.056 g, 0.19 mmol) 
in water (20.5 ml) was heated to 60 # C under nitrogen 
atmosphere, before ethyl methacryloyloxymethyl carbonate 

25 (5.266 g, 28.00 mmol) from Example lm above was added. The 
polymerisation was initiated with a potassium 
metabisulphite (53.4 mg, 0. 2 4mmol) /potassium persulphate 
(4.38 mg, 0.02 mmol) redox system. After 16 hours at 60 *C, 
potassium persulphate (4.38 mg, 0.02 mmol) was added, and 

30 the polymerisation is permitted to proceed for another 3 
hours at 60 *C and under nitrogen atmosphere before cooling 
to 20 *C. 

r^ Polymer from methacrvl ovloxvmethvl benzoate. 

35 

AIBN (0.005 g, 0.03 mmol) was added to a solution of 
methacryloyloxymethyl benzoate (1.00 g, 4.55 mmol) from 
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Example lr above in dry THF (8 g) at 60 'C under a dry 
nitrogen atmosphere. After 24 h urs th reacti n mixtur 
was cooled to 20 *C, and the solvent removed under reduced 
pressure. The resulting polymer was dissolved in 
5 methylene chloride and reprecipitated in methanol. 
Methanol was separated from the polymer by filtration, 
resulting in a white powder. 

1 H NMR (200 MHZ, CDClj) : S 0.85 (m, 3H, CHj) , 1.87 (m, 2H, 
CH^, 5.70 (m, 2H, -OCHjO-) , 7.45 (m, 3H, Ph) , 8.05 (m, 2H, 
10 Ph) . 

Size Exclusion Chromatography (SEC): Mw= 30281, Mn= 11580, 
Mp-32286, Mw/Mn« 2.615. 

Differential scanning calorimetry (DSC) indicated that Tg- 
60.98*C. 

15 

el Free radical PQlVffigr jsatjon af F-f2~ 

' acetoxvmethoxvcarbonvloxvpropvl ) methacrvlamide , 

AIBN (0.0138 g, 0.084 mmol) was added to a solution of N- 
20 (2-acetoxymethoxy-carbonyloxypropyl ) methacrylamide ( 0 . 519 
g, 2 mmol) from Example ls(ii) above in dry THF (8 ml) at 
50 *C under a dry nitrogen atmosphere. After 3 days the 
solvent was removed under reduced pressure to give 0.439 
of a white powder. 
25 1 H NMR (200 MHz, CDC1 3 ) : 6 0.8-1.2 (m, 3H, CH 3 ) , 1.2-1.4 
(m, 3H, CH 2 -CH(CH3)0) , 1.6-2.0 (m, 2H, CH 2 ) , 2.1 (s, 3H, 
CH 3 C0) , 2.9-3.9 (m, 2H, NH-Cg 2 ), 4.7-5.0 (m, 1H, CH 2 CH(CH 3 )- 
O), 5.8 (S, 2H, 0-CH 2 -0), 6.2-7.0 (m, 1H, NH) . 
Size Exclusion Chromatography (SEC): Mw=5411, Mn=2857, 
30 Mw/Mn=1.894. 

Differential scanning calorimetry (DSC) indicated that Tg= 
52.91*C. 

t) Free radical polymerisation o f N-T2-(l- 
35 acetoxvethoxvcarbonvloyv^propvinnethacrvlamide. 


AIBN (0.0031 g, 0.189 mmol) was added to a solution of N- 
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[2-(l-acet yl xyeth xycarb nyloxy) propyl ]methacrylamide 
(1.23 g, 4.5 am 1) fr m Example lt(ii) ab ve in dry THF 
(18 ml) at 50 *C under a dry nitrogen atmosphere. After 3 
days the solvent was removed under reduced pressure. 
5 Flash chromatography (step gradient, hexane/ ethyl acetate 
(3:4) to methanol) gave 0.96 g of a white powder. 
*R NMR (200 MHz, CDC1 3 ) : S 0.8-1.2 (m, 3H, CH,) , 1.2-1.4 
(m, 3H, G^-CHCCS^O), 1.5 (d, 3H, O-GH<qB,)-0) , 1.6-2.0 (m, 
2H, CHj), 2.0-2.2 (s, 3H, CHjCO) , 2.9-3.9 (m, 2H, NH-C^) , 
10 4.7-5.0 (m, 1H, C^CIKCHj) -O) , 6.2-7.0 (m, 2H, 
NH+O-QUCH^-O). 

Size Exclusion Chromatography (SEC): Mw= 1991, Mn= 1268, 
Mp- 2105, Mw/Mn- 1.548. 

Differential scanning calorimetry (DSC) indicated that Tg« 
15 51.53*C. 

Oligomer from ethylene di < chloro methvl carbonated and 
di-potassium terenhthalate. 

20 Potassium tert. butoxide (1.62 g, 0.014 mol ) was added to 
a solution of terephthalic acid (1.20 g, 0.0072 mol ) in 
DMF (40 ml). Ethylene di (chloromethyl carbonate) (1.78 
g, 0.0072 mol) from Example lv above was added to the 
resulting suspension. 18-crown-6 (0.056 g, 0.21 mmol) was 

25 then added and the reaction mixture was left with stirring 
at room temperature for 2 days and at 60 *C for 11 days. The 
reaction mixture was filtered and the solvent was removed 
under reduced pressure. The residue was dissolved in ethyl 
acetate (50 ml) and washed with saturated aqueous sodium 

30 hydrogen carbonate (30 ml) and water (30 ml) • The organic 
phase was dried (MgSOJ and the solvent removed under 
reduced pressure to give the title product. 
1 H NMR (60 MHZ, CDClj) : 6 4.48 (m, 4H, OCH 2 CH 2 0) , 6.02 (s, 
4H, OCH 2 0) , 8.12 (s, 4H, Ar) . 

35 Size Exclusion Chr matography (SEC): Mw= 1938, Mn= 1511, 
Mp=2137, Mw/Mn= 1.283. 


WOW/17718 


PCT/GB93/00470 


55 

vl Free radical emulsion homopolvmerisation of benzvl 
methaervlovloxvmethvl carbonate . 

A solution of sodium dodecyl sulphate (1.6 x 10'* g, 5.5 x 
5 l(f 2 ranol) in deoxygenated water (6.0 ml) was added to a 
50ml two necked round bottom flask fitted with magnetic 
stirring bar and condenser. To the solution, potassium 
metabisulphite (0.015 g, 6.7 x 10* 2 mmol) dissolved in de- 
oxygenated water (1.0 ml), and benzyl methacryloyl oxy- 

10 methyl carbonate (2.0 g, 8.0 mmol) from Example Ip above 
were added. The reaction mixture was heated to a 
temperature of 60 *C. To the heated reaction mixture 
potassium persulphate (1.25 x 10' 3 g, 4.6 x 10* 3 mmol) was 
added and the reaction allowed to proceed. After 

15 approximately 5 hours the polymerisation was stopped and 
the polymer emulsion was added dropwise to a large excess 
of methanol (non-solvent) . The polymer was then filtered 
and washed with methanol and water. This procedure was 
repeated a total of three times in order to purify the 

20 polymer. The polymer was then collected and dried under 
vacuum to remove any solvent impurities. Some of the 
stable emulsion was not extracted as above but saved for 
particle size analysis by light microscopy. The size of 
the emulsion particles was estimated by optical microscopy 

25 and found to be just under 1/xm in diameter. 

w)-g) Free radical solution copolvmerisation of ethvl 
methacrvloyloxvmethvl carbonate and methacrvlic acid 

30 The monomer feed mixture consisting of ethyl methacryloy- 
loxymethyl carbonate from Example lm above and methacrylic 
acid in DMF (8.0 g) was heated to 60 °C and AIBN (0.005 g, 
0.03 mol) added. After 24 hours the polymer solution was 
added dropwise to a stirred excess of chloroform (non- 
35 solvent) , filtered and washed with more chloroform and 
dri d under reduced pressure. 
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Table 3 


| Example 

1 2 

Kethaerylic 
acid (g , 

BDDOl) 

Ethyl 
methacryloyloxy 
methyl oarbonate 
(g , mmol) 

Molar ratio 1 
nethaerylio acid t B 
la 1 

V 

0.73, 8.48 

0.25, 1.33 

86 : 14 I 

X 

0.73, 8.48 

0.17, 0.90 

90 : 10 R 

y 

0.73, 8.48 

0.14, 0.74 

92 : -8 | 

z 

0.92, 10.7 

0.08, 0.43 

96 : 4 | 


20 'H NMR (200 MHz, CDC1,) : S 10 (s, 6H, 2xCH } ) , 1.27 (t, 3H, 
CBjCHj) , 1.90 (s, 4H, 2XCH2) , 3.52 (bs, 1H, OH ), 4:2 (m,2H, 
CHjCHj) , 5.72 (S, -OCHjO-) 


Table 4: The solubility of each of the copolymers in hot 
25 and cold water. 


I — 

1 Example 

Solubility 
(cold water) 

Solubility 
(hot water) 

V 

None 

None 

X 

None 

None 

y 

None 

Some 

■ 

Complete * 

Complete 
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N.B. * C mpl te solubilisation nly after a relatively 
1 ng p ri d f time underg ing dissolution. 

aal Oligomer from hexamethvlene di rchloromethvl 
5 carbonate! and di-potassium tereohthalate. 

Potassium tert. butoxide (7.87 g, 0.068 mol ) was added 
to a solution of terephthalic acid (5.66 g, 0.034 mol ) 
in DHF (200 ml). Hexamethylene di (chloromethyl 

10 carbonate) (Example lx, 9.50 g, 0.034 mol) was added to 
the . resulting suspension. 18-crown-6 (0.24 g, 0.82 mmol) 
was then added and the reaction mixture was left with 
stirring at room temperature for 5 hours and at 60°C for 
14 days. The reaction mixture was filtered and the 

15 solvent was removed under reduced pressure. The residue 
was dissolved in chloroform (100 ml) and washed with 
saturated aqueous sodium hydrogen carbonate (50 ml) and 
water (50 ml) . The organic phase was dried (MgSOJ and 
the solvent removed under reduced pressure to give a 

20 yellow product. 

% NMR (60 MHz, CDC1 3 ) : 6 1.25-1.90 (m, 8H, 4xCH 2 ) , 4.20 
(t, 4H f -OCH 2 CH 2 J, 6.00 (S, 4H, OCH 2 0) , 8.10 <s, 4H, Ar) . 
Size Exclusion Chromatography (SEC): Mw= 2987, Mn=1754, 
Mp«3014, Mw/Mn= 1.703. 

25 Differential scanning calorimetry (DSC) indicated that 
Tg is < 20°C 

mb) Polvmer from methacrvlovloxvmethvl acetate. 

30 AXBN (0.005 g, 0.03 mmol) was added to a solution of 

methacryloyloxymethyl acetate (Example ly, 1.00 g, 4.55 
mmol) in dry THF (8 g) at 60 *C under a dry nitrogen 
atmosphere. After 24 hours the reaction mixture was 
cooled to 20 *C, and the solvent removed under reduced 

35 pressure. The resulting polymer was dissolved in CH 2 C1 2 
and reprecipitated in methanol. Methanol was s parated 
from the polymer by filtration, resulting in a white 
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powder. 

Differential scanning calorimetry (DSC) indicated that 
Tg~ 54.99 °C. 

Size Exclusion Chromatography (SEC): Mw= 184678, Mn= 
5 2446, Mp=54732, Mw/Mn= 7.56 

ac) oligomer from methylene blsf 10-hvdroxvdecanoatel and 
malonvl chloride. 

10 Malonyl chloride (0.254 g, 1.80 mmol) was added to a 

solution of methylene bis(lO-hydroxydecanoate) (Example 
Id, 0.700 g, 1.80 mmol) in xylene/ trichloroethylene 
(80:20 by volume, 50 ml) at 60*C. After 77 hours* at 60 # C 
under reduced pressure, the reaction mixture was cooled 

15 to 20 *C, and the solvent evaporated to give 0.665 g of a 
brown, viscous liquid. 

Size Exclusion Chromatography (SEC) : Mw= 2700, Mn~ 2100, 
Mp«1600, Mw/Mn~ 1.28 

20 ad) Polvmer from ethvl 1-methacrvlo vloxvethvl carbonate, 

emulsion polymerisation 

A mixture of sodium dodecyl sulphate (6.5 mg, 0.023 mmol) 
in water (2.40 ml) and potassium metabisulphite (6.3 mg, 

25 0.028 mmol) in water (0.82 ml) was heated to 60 *C under 
nitrogen atmosphere, before ethyl 1-methacryloyloxy- 
ethyl carbonate (Example lg(ii) , 0.617 g, 3.10 mmol) was 
added. The polymerisation was initiated by adding 
potassium persulphate (0.54 mg, 0.002 mmol) in water 

30 (0.25 ml). The polymerisation was permitted to proceed 
for 20 hours at 60 *C under nitrogen atmosphere, before 
cooling to 20* C. 

ael Polymer from methylene bisf 12-hvdroxvdodecanoate) 
35 and triohosaene 


A solution of methylene bis (12-hydroxydodecanoate) 


WO 93/17718 


PCT/GB93/00470 


59 

(Example lc, 2.0 mmol) and triphosg ne (0.67 mmol) in 
xylene/trichl roethylene 95:5 (2 ml) was h at d at 60 °C 
for 36 hours at 50 mmHg and then evaporated to give a 
polymeric material. 

5 

af) Polvmer from methylene bisf 12-hvdroxvdodecanoatel 

and ?t$i9-trlgxaundggpned^pjg acj<^ cUchiprige 

A solution of methylene bis (12-hydroxydodecanoate) 
10 (Example lc, 2.0 mmol) and 3,6,9-trioxaundecanedioic 
acid dichloride (Example lab, 2.0 mmol) in xylene/ 
trichloroethylene 95:5 (2 ml) was heated at 60 °C for 36 
hours at 50 mmHg and then evaporated to give a polymeric 
material • 

15 

acn Dextran 10-W7-carboxvheotanovloxvlet hvl decvl 

garfronptg 

To a solution of dextran 10 (0.65 g) in dry DMSO (40 ml) 
20 was added l-(7-carboxyheptanoyloxy) ethyl decyl carbonate 
(Example lab, 1.5 g, 36 mmol), M-ethyl-E'- (3- 
dimethylaminopropyl)-carbodiimide (0.83 g, 4.3 mmol) and 
4-pyrrolidinopyridine (42 mg, 0.28 mmol) dissolved in 
dry DMSO (30 ml) . After stirring at ambient temperature 
25 for 2 days the reaction mixture was diluted with water 
(250 ml) and dialyzed against water for 30 hours. 
Lyophilization of the solution yielded 1.3 g of a light 
yellow coloured powder. In the 15 C NMR spectrum, a new 
carbonyl signal appeared at 171.28 ppm. This was within 
30 the expected region for the ester carbonyl signal from 
the product. The remaining signals were in accordance 
with the structure of the product. 

ah) Polvmer from Pl uronic F68 and benzoyl oxvmethvl 
35 cfrlor format? 


Pluronic F68 (9.889 q, 1.191 mmol) was dissolved in 
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toluene (dry, 30 ml) . After heating to 45 *C, 
triethylamin (0.70 ml) was added under constant 
stirring. Benzyloxymethyl chlorofonnate (Example 1 
ae(ii), 1.072 g, 5.00 mmol) dissolved in toluene (4 ml) 
5 was added dropwise, followed by further triethylamine 
(0.25 ml) with toluene (dry, 2.5 ml). The reaction 
mixture was held at 45'C for 8 hours, then at 55*C for 
16 hours, then cooled and filtered. The solvent was 
removed under reduced pressure, and the recovered 
10 compound was dissolved in toluene and reprecipitated 
from n-heptane (500 ml) with stirring, giving a white 
powder (8.45 g) . IR (KBr) : 1722 (OO)cn" 1 . 

ail Free radical polymerisation of 1-Acetoxv-l- 

is phenvlfflethvl vinyl carbonate 

AIBN (0.005 g, 0.03 mol) is added to a solution of 1- 
acetoxy-l-phenylmethyl vinyl carbonate (Example 1 
ad(ii), 1.0 g) in dry THF (8 ml) at 60*C under a dry 
20 nitrogen atmosphere. After 12 hours the solvent is 

removed under reduced pressure. The resulting polymer 
is dissolved in CH^C^ and reprecipitated in a suitable 
solvent. The solvent is separated from the solvent by 
filtration, resulting in a white powder. 

25 

a-n Free radical solution co-polvmerisation of N-f2- 
hvdroxvpropvllmethacrvlamide with N- ( 2-acetoxvmethoxv- 
carbonvloxvpropvll methacrvlamide 

30 N-(2-hydroxypropyl)methacrylamide 3 (0.430 g, 3.0 mmol) 

and N- (2-acetoxymethoxy-carbonyloxypropyl ) methacryl amide 
(Example Is, 0.778 g, 3.0 mmol) were dissolved in 
tetrahydrofuran (10 ml) and heated to 55 *C. AIBN 
(0.0207 g, 0.126 mmol) was added, and the mixture was 

35 stirred at 55 *C for 3 days to give a clear jelly. This 
was dissolved in tetrahydrofuran and the solvent 
vaporat d under reduced pressure to give a white powder 
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1*33 g. 

Size Exclusion Chromatography (SEC) indicated formation 
of polymer. 

5 

EXAMPLE 3 - Preparation of oolvmer particles - 

a) Particles from oolvmer made of methyl ene dimethacrvlate 

and stvrene. 

10 A sample (13 ml) of the polymer emulsion from Example 2a 
above was mixed with heptane (13 ml) at room temperature. 
After 40 minutes the sample was lyophilised to yield the 
product as a white powder. 

15 b) Particles from oolvmer made from methylene bis f 16- 
hvdroxvhexadecanoatel and adioovl chloride. 

6.204 g of a 4.1% wt/wt solution of polymer from Example 
2b above in a mixture of xylene/trichloroethylene (90:10) 
20 was added to 25 ml of a 0.5% wt/vol solution of Pluronic* 
F68 in water. The mixture was vigorously shaken (by hand) 
for one minute and freeze dried for 16 hours. Light 
microscopy indicated formation of microparticles. 

25 £} Particles from oolvmer ma de from methylene bis ( 16- 

hvdroxvhexadecanoatel and adipovl chloride. 

6.204 g of a 4.1% wt/wt solution of polymer from Example 
2b above in a mixture of xylene/trichloroethylene (90:10) 
30 was added to 25 ml of a 0.5% wt/vol solution of Pluronic* 
F68 in water. The mixture was mixed with an Ultra Turax 
T25 mixer at speed 20500 rpm for 40 seconds and freeze 
dried for 16 hours. Light microscopy indicated formation 
of microparticles. 

35 
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d) Particles from polvmer made from met hylene bis f 16- 
hvdroxvhexadecanoatel and adipovl chloride. 

12.408 g of a 4.1% vt/vt solution of polymer from Example 
5 2b above in a mixture of xy lene/ tr i chl oroe thy 1 ene (90:10) 
was added to 50 ml of a 0.5% vt/vol solution of Pluronic* 
F68 in water. The mixture was mixed with an Ultra Turax 
T25 mixer at speed 24000 rpm for 40 seconds and freeze 
dried for 16 hours. Light microscopy indicated formation 
10 of microparticles . 

el Particles from polvmer made from me thylene bis ( 12- 
hvdroxvdodecanoatel and adio ovl chloride. 

15 The polymer from methylene bis(12-hydroxydodecanoate) from 
Example 2c above and adipoyl chloride (0.40 g) in a 
mixture of xylene/trichloroethylene ((10:1), 4 ml) was 
added to 20 ml of a 0.5 I wt/vol solution of Pluronic* F68 
in water. The mixture was mixed with an Ultra Turax T25 

20 mixer at speed 20500 rpm for 30 seconds and freeze dried 
(0.5 mmHg) for 16 hours. Light microscopy ' indicated 
formation of microparticles. 

£1 Pftrtjcles from oligomer made fr om ethylene 

25 difchloromethvl carbonated and di-potassium terephthalate. 

A solution of oligomer from ethylene di(chloromethyl 
carbonate) and di-potassium terephthalate from Example 2u 
above in chloroform (22.5 ml of a 4% wt/vol solution made 

30 by dissolving the polymer under careful heating) was added 
to 30 ml of a 0.5% wt/vol solution of Pluronic* F68 in 
water. The mixture was mixed with an Ultra Turax T25 mixer 
at speed 24000 rpm for 40 seconds and freeze dried for 16 
hours. Light microscopy indicated formation of micro- 

35 particles. 
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fll Pflrtlslgg trsm Polvmer made f'roa ethvl 

aethacrvlovloWBethvl earhnn*^, 

A solution of polymer made from ethyl methacryloyloxy- 
5 methyl carbonate from Example 2j above in chloroform (9 ml 
of a 10% wt/vol solution) was added to 30 ml of a 0.5% 
wt/vol solution of Pluronic* F68 in water. The mixture was 
mixed with an Ultra Turax T25 mixer at speed 24000 rpm for 
40 seconds and freeze dried for 16 hours. Light microscopy 
10 indicated formation of microparticles. 

hi Part i c l es tXSm Polvmer made f mm methvl i- 

methacrvlovloxvethvl earbonatP, 

15 The polymer from methyl 1-methacryloyloxyethyl carbonate 
(0.462 g) from Example 2o above in toluene (5 ml) was 
added to 20 ml of a 1.0 % wt/vol solution of Pluronic* F68 
in water. The mixture was mixed with an Ultra Turax T25 
mixer at speed 20500 rpm for 30 seconds and freeze dried 

20 (0.05 mmHg) for 16 hours. Light microscopy indicated 
formation of microparticles. 

X) Particles from Polvmer m ade from Tuethacrvlovloxyme^hY ^, 
benzoate. 

25 

The polymer from methacryloyloxymethyl benzoate (0.45 g) 
from Example 2r above in a mixture of toluene/trichloro- 
ethylene ((10:1), 2 ml) was added to 20 ml of a 1.0 % 
wt/vol solution of Pluronic* F68 in water. The mixture was 
30 mixed with an Ultra Turax T25 mixer at speed 20500 rpm for 
30 seconds and freeze dried (0.05mmHg) for 4 hours. Light 
microscopy indicated formation of microparticles. 

D Particles from polvmer made from ethvj , 

35 methacrylovloyvm ethvl carbonate. 


The polymer emulsion was prepared according to Example 2q 
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above. 14.783 g f th emulsi n was add d to 47.305 g of 
t luene. The mixture was vig rously stirred for* 20 hours 
and freeze dried in 16 hours giving 1.813 g of a white 
powder. Light microscopy and scanning electron microscopy 
5 indicated formation of microparticles. 

Particles f rom oolvmer Eafle £E2D SttUCl 

methagrvlovloxvmethvl carbonate, 

10 The polymer emulsion was prepared according to Example 2g 
above. 12.7612 g of the emulsion was added to 40.836 g of 
chloroform. The mixture was vigorously stirred for 20 
hours and freeze dried for 16 hours giving 1.496 g of a 
white powder. Light microscopy and scanning electron 

15 microscopy indicated formation of microparticles. 

11 Particles from oligomer made from ethylene 
fllfehloromethvl carbonate! and di-potassium terephthalate. 

20 Oligomer from ethylene di(chloromethyl carbonate) and di- 
potassium terephthalate (1.0 g) from Example 2u above was 
dissolved in 19.0 g of liquid naphthalene at 100 # C. The 
naphthalene solution was emulsified at 90 # C into 200 ml of 
a water solution of polyvinyl alcohol (8.0 g, Mw « 13000 - 

25 23000) containing Pluronic® F68 (0.2 g) . The emulsifying 
head was an Ultra Turax T25. Then the emulsion was diluted 
under agitation with 500 ml of the same aqueous phase at 
15 *C and mixed for 8 minutes. The naphthalene droplets 
solidified into beads which were filtered through a 50 /in 

30 filter to separate particles greater than 50 fim. The 
suspension was centrifuged under lOOOxg and the beads were 
washed with water and recentrif uged . This step was 
repeated twice. The beads were resuspended in 100 ml of 
water with 0.8 g lactose and the suspension was frozen 

35 into a block at -40 *C. The block was thereafter freeze 
dried for 16 hours. Light microscopy indicated formation 
of microparticles. 
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ml Particles fr m polymer made fr m methvlen frjis(;L6- 

hvdroxvhe yiidecanoatel and adipovl chloride. 

3 ml of a 3.37% vt/vol solution of the polymer (Example 
5 2b) in a mixture of xylene/trichloroethylene (90:10) was 
added to 10 ml of a 0.5 vt% solution of Tveen* 80 in 
water. The mixture was mixed with an Ultra Turax* T25 
mixer at speed 20500 rpm for 1 minute and 30 seconds, and 
freeze dried for 18 hours, giving a white powder. Light 
10 microscopy indicated formation of microparticles. 

r\\ Particles from polvmer made from methylene bis ( 16- 
hvdroxvhe xadecanoatel and adipovl chloride. 

15 3 ml of a 3.37% wt/vol solution of the polymer (Example 
2b) in a mixture of xylene/trichloroethylene (90:10) was 
added to 10 ml of a 0.5 wt% solution of Brij* 99 in water. 
The mixture was mixed with an Ultra Turax* T25 mixer at 
speed 20500 rpm for 1 minute and 30 seconds, and freeze 

20 dried for 17 hours, giving a white powder. Light 
microscopy indicated formation of microparticles. 

Particles from polvmer made from methylene bis ( 16- 
hvdroxvhexadecanoatel and adipovl chloride, 

25 

5.5 ml of a 1.84% wt/vol solution of the polymer (Example 
2b) in a mixture of xylene/trichloroethylene (90:10) was 
added to 10 ml of a 0.5 wt% solution of Cremophor* RH40 in 
water. The mixture was mixed with an Ultra Turax* T25 
30 mixer at speed 20500 rpm for 1 minute and 30 seconds, and 
freeze dried for 16 hours, giving a white powder. Light 
microscopy indicated formation of microparticles. 

p^ Particles from polvmer made from methylene bis U6- 
35 hvdroxvhexadecanoate> and adipovl chloride. 


5.5 ml of a 1.84% wt/vol solution of the polymer (Example 
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2b) in a mixture of xylene/trichlororethylene (90:10) was 
added to 10 ml of a 0.5 vt% solution of Kollid n 30 in 
water. The mixture was mixed with an Ultra TuraX* T25 
mixer at speed 20500 rpm for 1 minute and 30 seconds, and 
5 freeze dried for 16 hours, giving a white powder. Light 
microscopy indicated formation of microparticles. 

a\ Particles from polvmer made from methylene bis ( 10- 
hvdroxvdecanoatel and adioovl chloride. 

10 

4 ml of a 2.52% wt/vol solution of the polymer (Example 
2f) in a mixture of xylene/trichloroethylene (90:10) was 
added to 10 ml of a 0.5 wt% solution of Pluronic® F68 in 
water. The mixture was mixed with an Ultra Turax* T25 
15 mixer at speed 20500 rpm for 1 minute and 30 seconds, and 
freeze dried for 15 hours, giving a white powder. Light 
microscopy indicated formation of microparticles. 

* 

t\ Particles from ol icromer from hexamethvlene 
20 fljfghlPrPPiethYl CftrfrPnate) and dj-potassium tep*phthalate f 

22.5 ml of a 4% wt/vol solution of the polymer (Example 
2aa) in chloroform was added to 30 ml of a 0.5 wt% 
solution of Pluronic* F68 in water. The mixture was mixed 
25 with an Ultra Turax* T25 mixer at speed 24000 rpm for 40 
seconds, and freeze dried for 16 hours, giving a yellow, 
rubbery solid. Light microscopy indicated formation of 
microparticles . 

30 s) Particles from polvmer made from N-T2W1- 
ftcetp^efrho^carfcPPYloxY) propyl] methacrylamide. 

8 ml of a 2.55% wt/vol solution of the polymer (Example 
2t) in xylene/trichloroethylene (90:10) was added to 20 ml 
35 f a 0.5 wt% solution of Pluronic F68 in water. Th 
mixture was mix d with an Ultra Turax T25 mixer at speed 
20500 rpm for 1 minute and 30 seconds, and freeze dried 
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f r 16 h urs, giving a whit powder. Light microscopy 
indicated f rmati n of micr particles. 

t) Particles from polvmer made from methacrvlovloxvmethvl 
5 acetate. 

8 ml of a 2.48% wt/vol solution of the polymer (Example 
2ab) in xylene/trichloroethylene (90:10) was added to 20 
ml of a 0.5 wt% solution of Pluronic* F68 in water. The 
10 mixture was mixed with an Ultra Turax* T25 mixer at speed 
20500 rpm for 1 minute and 30 seconds, and freeze dried 
for 16 hours, giving a white powder. Light microscopy 
indicated formation of microparticles • 

15 u) Particles from polvmer from N-f2- 

acetovloxvmethoxvcarbonvloxvpropvl ^ methacrvlamide . 

4 ml of a 2.54% wt/vol solution of the polymer (Example 
2s) in chloroform was added to 10 ml of a 0.5 wt% solution 
20 of Pluronic 9 F68 in water. The mixture was mixed with an 
Ultra Turax* T25 mixer at speed 24000 rpm for 50 seconds, 
and freeze dried for 16 hours, giving a white powder. 
Light microscopy indicated formation of microparticles. 

25 vl Particles from polymer made from ethvl 1- 
methacrvlovloxvethvl carbonate 

The polymer emulsion was prepared according to emulsion 
polymerisation of polymer from ethyl 1-methacryloyloxy- 
30 ethyl carbonate (Example 2ad) . 2.00 g of the emulsion was 
added to 7.41 g of toluene. The mixture was vigorously 
stirred for 20 hours and freeze dried in 16 hours giving 
0.250 g of a white powder. Light microscopy indicated 
formation of microparticles. 

35 
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. v) Particles from polvmer made fr<?P CthVl 1~ 

^haerxrlovloxvethvl carbonate 

The polymer emulsion was prepared according to emulsion 
- 5 polymerisation of polymer from ethyl 1-methacryloyloxy- 
ethyl carbonate (Example 2 ad) . 2.00 g of the emulsion was 
added to 6.40 g of chloroform. The mixture was vigorously 
stirred for 20 hours and freeze dried in 16 hours giving 
0.250 g of a white powder. Light microscopy indicated 
10 formation of microparticles . 

X) Particles from polvmer made from frutyl 

nefchacrvlovloxvmethvl carbonate . 

15 The polymer from butyl methacryloyloxymethyl carbonate 
(Example 2k, 0.45 g ) was dissolved in toluene ( 9 ml). 
Water ( 30 ml) containing- 0.3g Pluronic* F68 was added and 
an emulsion was made using an Ystral* homogenizer at 2000 
rpm for 30 seconds. The emulsion was freeze dried for 19 

20 hours and light microscopy indicated formation of 
microparticles . 

y) psA-coated particles fr om the polvmer made — from 

mettiacrvlovloxvmethvl benzoate. 

25 

The polymer made from methacryloyloxy methyl benzoate 
(Example 2r, 0.9 g) was dissolved in toluene (9 ml). An 
aqueous solution of 5% human serum albumin (HSA - 30 ml) 
was added and the mixture homogenized using an Ystral* 
30 homogenizer at 20000 rpm for 30 s. The resulting emulsion 
was freeze dried for 16 hours. Light microscopy indicated 
formation of microparticles. 

2) Polvoxvethvlene - coated particl es from the polvmer 
35 made from methacrvlovloxv methyl benzoate . 


A di-block copolymer consisting of one block polymethyl 
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methacrylate ( Mv»lOOO ) and on block polyoxy thylen 
(POE, Mws2000 ) (0.4 g) was dissolved in toluen (9 ml). 
The polymer made from methacryloyloxymethyl benzoate 
(Example 2r, 0.9 g) was then dissolved in the toluene 
5 solution. 30 ml water was added and the mixture was 
homogenized using an Ystral* homogenizer at 20000 rpm for 
30 seconds. The resulting emulsion was freeze dried for 16 
hours yielding POE-coated microparticles • 

10 aa) Particles from nolvmer made from methvl 

methacrvlovloxvmethvl carbonate 

The polymer made from methyl methacryloyloxymethyl 
carbonate (Example 2o, 0.9g) was dissolved in toluene (9 

15 ml). A mixture of sodium dodecyl sulphate (0*3g) and 
Pluronic* F68 (0.025 g) in water (35 ml) was added and the 
solution was homogenized using an Ystral® homogenizer at 
20000 rpm for 30 seconds. The emulsion was freeze dried 
for 16 hours and light microscopy indicated formation of 

20 microparticles. 

ab) PftrtigleP frWE polymer pade froin methylene frig (12- 
hvdroxvdodecanoatel and 3,6. 9-trioxaunedecanedioic acid 
d££hl££ide. 

25 

The polymer made from methylene bis (12- 
hydroxydodecanoate) and 3,6, 9-trioxaunedecanedioic acid 
dichloride (Example 2af , 0.9 g) was dissolved in toluene 
( 9ml) . Water (30 ml) containing Pluronic* F68 (0.3 g) was 
30 added and the mixture homogenized for 30 seconds using an 
Ystral* homogenizer at 20000 rpm. The emulsion was freeze 
dried for 48 hours. Light microscopy indicated formation 
of microparticles. 


35 
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Partirt cs from spray &0£iL2 Ql EfilXBSE tXSto 

■pia-t-hwervlo vloxviBet-hYl benzoate. 

0.72g of the polymer from Example 2r above was dissolved 
5 in 60g dichloromethane. The solution was spray dried in a 
Buchi 190 mini spray dryer. The inlet temperature was set 
to 54°C, and the outlet temperature was measured as 40°C. 
Light microscopy indicated formation of microparticles. 

10 PluronJft* P68 eoated particles obtained frOffi SPrflV 

Ayyina r>f nolvrgfr tram methylene b i gfl$- 

hYrtrflyvhexa^ r anoat ^ and adipovl chloride. 

1.71g of a mixture of the polymer from Example 2b above 
15 and Pluronic* F68 (50:50) was dissolved in 100 ml 
dichloromethane. The solution was spray dried in a Buchi 
190 mini spray drier. The inlet temperature was set to 
50°C, and the outlet temperature was measured as 42°C. 
Light microscopy indicated formation of microparticles. 

20 

»^ coating of particles mad e <->f polymer from' methylene 
faisri6-hvdyoxvhexad ecanoatel and adinovl chloride t 

Particles prepared according to Example 3c above were 
25 redispersed in several aqueous solutions of different 
coating materials and at different concentrations, as 
shown in Table 5. Light microscopy indicated an improved 
dispersion with reduced tendency of aggregation. 


30 
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Table 5 


Coating material 

C noantration [% fj 
(vt/wt) ] 1 

0.1, 0.5 1 

Tween* 60 

Sodium Hexadecanoate 

0.1, 0.5 

Cetyl trimethyl ammonium 
chloride 

0.1, 0.5 

1 Kollidon* 30 (Polyvinyl 
pyxrolidone) 

0.2, 1.0 

Cremophor 0 RH40 

0.2, 1.0 

Pluronic 0 P68 

i.o I 


afl Pluronic* F68 coat ed particles from noTvmer frPK 
methvl met hacrvlovloyvmethvl carbonate 

15 

The polymer from methyl methacryloyloxymethyl carbonate 
(Example 2i, 0*9g) is dissolved in toluene (9 ml). Water 
(30 ml) containing cetyl trimethyl ammonium chloride 
(0.4g) is added, and the mixture homogenized using an 
20 Ystral* homogenizer. The emulsion is freeze dried for 24 
hours. The obtained particles are washed several times 
with distilled water in order to remove the surfactant. 
After the last washing, the particles are freeze dried for 
24 hours. 

25 

EXAMPLE 4 - Acoustic characterizations. 
General procedure; 

30 The dry powders of polymer particles prepared according to 
Example 3 above were redispersed in an aqueous solvent by 
shaking on a laboratory shaker for 12 - 16 hours. 
Examination by light microscopy indicated formation of 
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particle dispersions. The particles floated readily , as 
expected for gas c ntaining particles. 

The acoustic effect of the suspensions above was obtained 
5 by measuring the ultrasonic transmission through 
suspensions of different concentrations (mg/ml) in an 
aqueous carrier liquid, using a 3.5 MHz broadband 
transducer in a pulse-reflection technique. Pure carrier 
liquid was used as reference, and measurements were 

10 performed along a dilution line where the starting 
suspension was successively diluted with the carrier 
liquid. Measurements were done until the signal was 
reduced to approximately 3-5 db/cm . The -obtained 
acoustic effects were at a level such that the products 

15 can be expected to be useful as ultrasound contrast 
agents. According to theoretical considerations, solid (as 
opposite to gas containing) particles of the same size and 
at the same dilutions should give an acoustic attenuation 
of less than 0.1 db/cm. 

20 

al Characteriza tion of particles from polvmer made f rOTO 
copolvmerization of methylene dimethacrvlate and stvrene. 

The particles were from a polymer made from 
25 copolymerization of methylene dimethacrylate and styrene. 
The product showed a strong effect on the acoustic 
transmission, decreasing with increasing dilution volume, 
as can be seen in Fig. 1 in the accompanying drawing. 

30 b - i^ Characterization of various polvm &r particles 

The results are summarized in Table 6 and Fig. 2-9 in the 
accompanying drawings. 

35 Table € 

Acoustic measurements of particles from Example 3 above. 
Th acoustic measurements are given in column 3 as the 
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c ncentrati n where the c ntxast effect was n asured as 8 
db/ca, i.e half valu f saturated signal. At higher 
concentrations, the signal intensity increased until 
saturation was observed. 



20 
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mxp ix 5 - In-vlvo characterization 
ttanaral procedure: 

Dry powder of polymer particles described in Example 3 
5 were redispersed in a sterile 0.9% (vt/vt) KaCl (ag) 
solution by shaking on a laboratory shaker for 12 - 16 
hours . The dispersions were in j ected in chinchilla 
rabbits, and measured by using a doppler technique where 
an ultrasound probe was placed directly on a carotid 

10 artery and the inferior caval vein. The particle 
dispersions were injected in an ear vein. Signal height 
and duration were recorded. The obtained signal heights 
were significant, indicating a strong in vivo ultrasound 
contrast effect for the dispersions. The long duration of 

15 the signal reveals that the in vivo stability is good. 

Table 7. 

In vivo characterization of polymer particles. The doses 
are in fig particles per kg body weight. The signal 
20 intensity is measured in doppler units [DU]. 
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I Example 

* 

Partic- 
les 
Example 

3 

Cone, 
ram y>i i 

Dos 

r tt#« /v 

Artery 

vein 

9] 

— 

Peak 

Dur- 
ation 

[81 

Peak 

Dur- 
ation 

a 

b 
c 

4.B 

320 

0.5 


b (i) 

4.6 

307 

1.9 

6 

0.8 


b (ii) 

c 

4.6 

3.7 

767 

5.6 

39 

2.8 


c 

d 

247 

0.6 




d (i) 

* 

i 

2.1 

139 

1.7 

5 


• 

d (ii) 

i 

2.1 

347 

3.2 

13 - 

1.2 

70 

d (iii) 

i 

2.1 

693 

3.1 

10 

2.1 

120 

e (i) 

h 

2.0 

136 

0.5 




e (ii) 

h 

2.0 

340 

1.0 

5 



e (iii) 

h 

2.0 

680 

1.4 

5 

0.7 


f(i) 

y 

2.1 

140 

2.8 

8 

0.5 


f(ii) 

y 

2.1 

350 

3.7 

11 

0.8 

44 

■Ffi i i \ 

i (in) 

y 

z 

£. • ± 

2.0 

/uu 
133 

5.3 

33 

0.8 

74 

g(i) 

1.6 

7 

0 


g(ii) 

z 

2.0 

333 

3.6 

32 

0.7 

74 

g(iii) 

z 

2.0 

666 

5.3 

79 

1.6 

99 
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EXMfPLg 6 - Bl odearadatl n studies 

Enzvme-catalvzed hydrolysis of polymer from 
metrhaervlovloxvmethvl benzoate 

£ 50 mg samples of the polymer (Example 2r) , as finely 

divided powder, and 20ml 0.9% aqueous NaCl were added to 
each of three reaction vials. To one of the vials was 
also added 0.1 ml esterase from porcine liver in 3.2 M 
(NHJjSO^ (Sigma E-3128, 250U) . To another of the vials 

10 was added 0.1 ml 3.2 M (NH 4 ) 2 S0 4 . Using a pH-stat 

(Radiometer) , the pH within each of the vials was kept 
constant at 8.0 by adding 0.1 M NaOH. By recording the 
consumption of NaOH, the rates of hydrolysis were 
calculated. Over 45 hours at 37 the hydrolysis of 

15 the polymer with esterase was found to be 11 times 

faster than the control with (NH<) 2 S0 4 without esterase. 
In the control containing polymer in 0.9% NaCl no 
hydrolysis was found (see Fig. 10) . 

20 Table 8 

Consumption of 0.1 H NaOH in vial containing polymer and 
esterase with 0.1 ml 3.2 M (NH 4 ) 2 SO< in 20 ml 0.9% NaCl- 
solution (see plot (a) of Fig, 10) : 


Time (min) 

pH 

Volume 0.1 M NaOH 
added (ml) 

0 

8.00 

0.000 

100 

8.00 

0.080 

220 

8.00 

0.142 

355 

8.00 

0.239 

2670 

8.00 

1.101 

2710 

8.00 

1.105 
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C nsumption of 0.1 M NaOH in control containing 0.1 ml 
3.2 M (NH 4 )jS0 4 in 20 ml 0.9% NaCl -solution (see plot 
(b) of Fig. 10): 


Time (min) 

PH 

Volume 0.1 M NaOH 
added (ml) 

0 

8.00 

0.000 

120 

8.00 

0.012 

240 

8.00 

0.030 

4316 

8.00 

0.130 


Table 10 

Consumption of 0.1 M NaOH in control containing polymer 
in 20 ml 0.9% NaCl-solution (see plot (c) of Fig. 10): 


I Time (min) 

pH 

Volume 0.1 M NaOH 
added (ml) 

0 

8.4 

0 

115 

8.0 

0.002 

250 

8.0 

0.002 

300 

8.0 

0.002 

1600 

8.0 

0.002 


Enzyme-catalyzed hydrolysis of polymer from 
methylene bisf 16-hvdroxvhexadecanoate) and adipovl 
chloride 

50 mg samples of the polymer (Example 2b) , as finely 
divided powder, and 20ml 0.9% aqueous NaCl were add d to 
each of three reaction vials. To one of the vials was 
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also added 0.1 ml esteras from porcine liver in 3.2 M 
(NH^JjSO^ (Sigma E-3128, 250U) . T another of th vials 
vas added 0.1 ml 3.2 K (NHJ^O^. Using a pH-stat 
(Radiometer) , the pH vithin each of the vials vas kept 
constant at 8.0 by adding 0.1 M NaOH. By recording the 
5 consumption of NaOH, the rates of hydrolysis were 

calculated. Over 44 hours at 37 *C, the hydrolysis of 
the polymer with esterase vas found to be 10 times 
faster than the control with (NHJ 2 S0 4 without esterase. 
In the control containing polymer in 0.9% NaCl no 
10 . hydrolysis was found (see Fig. 11) . 

TabH 11 

Consumption of 0.1 H NaOH in vial containing polymer and 
esterase vith 0.1 ml 3.2 M (NHJjSO^ in 20 ml 0.9% NaCl- 
15 solution (see plot (a) of Fig. 11): 


Time (min) 

PH 

Volume 0.1 M NaOH 
added (ml) 

0 

8.00 

0.000 

135 

8.00 

0.058 

255 

8.00 

0.134 

1240 

8.00 

0.431 

1705 

8.00 

0.602 

2635 

8.00 

1.026 

2665 

8.00 

1.034 
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7m 1? 

Consumpti n of 0.1 M NaOH in c ntr 1 containing 0.1 ml 
3.2 M (NH^jSOj in 20 ml 0.9% NaCl -solution (see plot (b) 
of Fig. 11): 


Tine (min) 

PH 

Volume 0.1 M NaOH 
added (ml) 

0 

8.00 

0.000 

1 120 

8.00 

0.012 

I 240 

8.00 

0.030 

1 4316 

8.00 

0.130 


Consumption of 0.1 M NaOH in control containing polymer 
in 20 ml 0.9% NaCl-solution (see plot (c) of Fig.. 11): 


J Time (min) 

pH 

Volume 0.1 M NaOH 
added (ml) 

0 

8.4 

0.002 

50 

7.9 

0.002 

145 

7.9 

0.002 

235 

7.9 

0.002 
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Claims 

1. A contrast agent comprising gas-containing or gas- 
generating polymer microparticles and/or microballoons, 

5 characterised in that the polymer is a biodegradable 
polymer containing units of formula (II) 

f(0) a -CO-0-C(R 1 R 2 )-0-CO-(0) n f (II) 

10 (wherein R 1 and R 2 each represent a hydrogen atom or a 
carbon-attched monovalent organic group or R 1 and R 2 
together form a carbon-attached divalent organic group , 
and m and n, which may be the same or different, *are each 
zero or l) * 

15 

2. A contrast agent as claimed in claim l wherein the 
polymer contains units of formula (III) 

f (0) a -CO-O-C(R 1 R 2 )-0-C0-(0) n -R 3 f (III) 

(wherein m f n, R 1 and R 2 are as defined in claim 1 and R 3 
is a divalent organic grouping) . 

3. A contrast agent as claimed in claim 2 in which R 3 is 
25 an alkylene or alkenylene group having up to 20 carbon 

atoms; a cycloalkylene group having up to 10 carbon atoms; 
an aralkylene group having up to 20 carbon atoms; an 
arylene group having up to 20 carbon atoms; a heterocyclic 
group having up to 20 carbon atoms and one or more 
30 heteroatoms selected from o, N and S; and any of the 
preceding groups carrying one or more functional 
substituents and/or interrupted in the carbon chain and/or 
terminated by one or more heteroatoms. 

35 4. A contrast agent as claimed in claim 2 or claim 3 
wherein R 3 is a carbon-attached divalent organic grouping. 


20 
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5. A contrast agent as claimed in claim 2 wherein R 5 is 
a polymeric gr uping. 

6. A contrast agent as claimed in any of claims 2 to 5 
5 wherein the polymer is a block or graft copolymer. 

7. A contrast agent as claimed in any of the preceding 
claims wherein units of formula (II) crosslink polymer 
chains. 

10 

8. A contrast agent as claimed in claim 1 wherein the 
polymer is water-insoluble and contains unit of formula 
(VI) 

t A * 

" | (VI) 

(L) r (O) n -CO-0-C (R*R 2 ) -O-CO- (0) 

(wherein m, n, R 1 and R 2 are as defined in claim 1; A 
represents a repeating unit of a non-polypeptide polymer 
20 backbone chain; L represents a linking group; 1 is zero or 
1; and R 3 * represents a lipophilic organic group), whereby 
the said lipophilic group is biodegradatively cleavable to 
yield a water-soluble polymer. 

25 9. A contrast agent as claimed in claim 8 wherein the 
repeating units A and any comonomer units contain 1-6 
carbon atoms optionally interrupted by one or more 
heteroatoms selected from 0, N and S and/or substituted by 
one or more substituents comprising such heteroatoms. 

30 

10. A contrast agent as claimed in claim 9 wherein A 
represents ethylene or propylene. 

11. A contrast agent as claimed in any of claims 8 to 10 
35 wherein L is a C,^ alkylene group optionally linked to A 

by and/or interrupted by one or more oxy, carbonyl, 
oxycarbonyl, imino or iminocarbonyl groups. 
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12. A contrast agent as claimed in any of claims 8 to 11 
wherein the polym r is a polysaccharide. 

13. A contrast agent as claimed in any of the preceding 
claims wherein R 1 and R 2 (when other than hydrogen) are 
selected from aliphatic groups having up to 10 carbon 
atoms, cycloalkyl groups having up to 10 carbon atoms, 
araliphatic groups having up to 20 carbon atoms, aryl 
groups having up to 20 carbon atoms, heterocyclic groups 
having up to 20 carbon atoms and one or more heteroatoms 
selected from 0, N and S, and any of the preceding groups 
carrying one or more functional substituents. 

14. A contrast agent as claimed in any of claims 8 to 13 
wherein R 3 * is an organic group as defined for R 1 and R 2 in 
claim 12. 

15. Use of a contrast agent as claimed in any of claims 
1 to 14 in diagnostic imaging. 

16. Use of a contrast agent as claimed in any of claims 
1 to 14 in diagnostic ultrasonic imaging. 

17. Use of a contrast agent as claimed in any of claims 
1 to 14 in magnetic resonance imaging. 

18. A method of generating enhanced images of a human or 
non-human animal body which comprises administering to 
said body a contrast agent as claimed in any of claims 1 
to 14 and generating an ultrasound or MR image of at least 
a part of said body. 

19. A process for the preparation of a contrast agent as 
claimed in claim 1 which comprises incorporation of gas or 
a gas-generating agent into a biodegradable polymer 
containing units of formula (II) as defined in claim 1 so 
as to form polymer microparticles and/or microballoons. 
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